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All the abbreviations and symbols are explained in the guidelines wherever they appeared first 
in the document. Some of the abbreviations and symbols are listed below: 


AASHO 

AASHTO 

ASTM 

AUSTROADS - 
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BC 
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BM 
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CFD 

csa 

CTB/CT 
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RAP 

RF 

SAMI 

SDBC 

SMA 

SP 

SS2 

UCS 


American Association of State Highway Officials 

American Association of State Highway and Transportation Officials 

American Society of Testing and Materials 

Association of Australian and New Zealand Road Transport and Traffic 
Authorities 

Benkelman Beam Deflection 
Bituminous Concrete 
Bureau of Indian Standards 
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California Bearing Ratio 
Cumulative Fatigue Damage 
Cumulative standard axles 

Cement Treated Base (includes all types of cement and chemical stabilized 
bases) 

Cement Treated sub base (includes all types of cement and chemical stabilized 
sub-bases) 
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Dense Bituminous Macadam 

Falling Weight Deflectometer 

Granular Base 

Gross Domestic Product 

Gap Graded Mix with Rubberized Bitumen 

Granular Sub-base 

Indian Roads Congress 

Indian Standard 

Indirect Tensile Strength 

Kilonewton 

Layer Coefficient Ratio 

Mechanistic Empirical Pavement Design Guide 

Modulus Improvement Factor 

Millimetre 

Ministry of Road Transport & Highways 
Mega Pascal 

National Highways Authority of India 
Reclaimed Asphalt Pavement 
Reliability Factor 

Stress Absorbing Membrane Interlayer 
Semi-Dense Bituminous Concrete 
Stone Matrix Asphalt 
Special Publication 
Slow Setting-2 Emulsion 
Unconfined Compressive Strength 
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VDF - Vehicle Damage Factor 

WBM - Water Bound Macadam 

WMM - Wet Mix Macadam 

- Degree Celsius 

A - Initial traffic 

a - Radius of circular contact area 

C - Adjustment factor for fatigue life of bituminous layer 

D - Lateral distribution factor 

E - Elastic modulus of CTB material 

F - Elastic modulus of cement treated sub bases 

- Vehicle Damage Factor (VDF) used in the design traffic estimation equation 

h - Thickness of the granular layer 

Lat - Latitude 

M - Resilient modulus of granular layer 

I^RGRAN _ Resilient modulus of the bituminous mix 

l\/l^"^ - Resilient modulus of subgrade soil 

- Effective resilient modulus of the layer supporting the granular layer 
^RsuppoRT _ 28-day flexural strength of the cementitious base 

PP33 - Million standard axles 

u£ - Microstrain ^ ^ ^ . -^i 

N - Number of standard axie load repetitions which the cement treated material 

can sustain 

n - Design life period, in years 

N - Cumulative number of standard axles to be catered for during the design 

DES . , , , , 

period of n years 

M - Fatigue life of the bituminous layer i i 

^ . Fatigue life of CTB material which is the maximum repetitions of axle load 

" class ‘i’ the CTB material can sustain 

P . Expected (during the design life period) repetitions of axle load of class i 

N - Subgrade rutting life 

- Number of commercial vehicles per day as per last count 

n - Contact pressure 

r - Annual growth rate of commercial vehicles in decimal 

T - Temperature at a depth of 20 mm of layer 

j - Air temperature 

_ Percent volume of air voids in the mix 
xf - Percent volume of effective bitumen in the mix 

- Number of years between the last count and the year of completion of 

construction 

5 - Maximum surface deflection 

£ - Horizontal Tensile Strain 

£ - Vertical compressive strain 

Q - Radial stress at the location 

- Tangential stress at the location 

Q - Vertical compressive stress at the location 
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GUIDELINES FOR THE DESIGN OF FLEXIBLE PAVEMENTS 


1. INTRODUCTION 

1.1 The first guidelines for the design of flexible pavements, published in 1970, were 
based on (i) subgrade (foundation) strength (California Bearing Ratio) and (ii) traffic, in terms 
of number of commercial vehicles (having a laden weight of 3 tonnes or more) per day. These 
guidelines were revised in 1984 considering the design traffic in terms of cumulative number 
of equivalent standard axle load of 80 kN and design charts were provided for design traffic 
volumes up to 30 million standard axle (msa) repetitions. The 1970 and 1984 versions of the 
guidelines were based on empirical (experience based) approach. 

1.2 The second revision was carried out in 2001 [1 ] using semi-mechanistic (or mechanistic- 
empirical) approach based on the results available from R-6[2], R-56[3] and other research 
schemes of the Ministry of Road Transport and Highways (MoRTH). The mechanistic-empirical 
performance models for subgrade rutting and bottom-up cracking in the bottom bituminous 
layer, developed using the results of these research schemes, were used for the design of 
flexible pavements. FPAVE software, developed for R-56 research scheme for the analysis of 
linear elastic layered pavement systems, was used for the analysis of pavements and for the 
development of thickness design charts. Thickness charts were provided for design traffic levels 
up to 150 msa. 

1.3 The third revision of the guidelines was carried out in 2012[4] to facilitate (i) design 
of bituminous pavements for traffic volumes more than 150 msa (ii) utilization of new types of 
pavement materials such as bituminous mixes with modified binders, foam/emulsion treated 
granular or Reclaimed Asphalt Pavement (RAP) material bases and sub-bases and cement 
treated sub-bases and bases and stabilized subgrades and (iii) utilization of new construction 
techniques/practices. Recommendations were made for the use of harder grade binders to resist 
rutting and top-down cracking in the upper bituminous layer and for fatigue resistant bituminous 
mixes for the bottom bituminous layer. Mechanistic-empirical performance models were given 
for rutting in subgrade and bottom-up cracking in bituminous layers for two different levels (80% 
and 90%) of reliability. Fatigue criteria were included for cement treated bases also. 

1.4 The fourth (current) revision has been done based on the feedback received on the 
performance of bituminous pavements in general and that of bituminous layers in particular. 
Different provisions made in the third revision of the guidelines have been fine-tuned based 
on the feedback. Some of the salient features of the fourth revision are: (a) recommendation 
of better performing bituminous mixes and binders for surface and base/binder courses (b) 
guidelines for selection of appropriate elastic moduli for bituminous mixes used in the surface 
and other courses (c) recommendation of minimum thicknesses of granular and cement treated 
sub-bases and bases and bituminous layers from functional requirements (d) generalization of 
the procedure for the estimation of the effective resilient modulus/CBR of subgrade (e) provision 
for the use of geo-synthetics and (f) rationalization of the design approach for stage construction. 

1.5 The draft of the basic document was prepared by Late Prof. B.B. Pandey of I IT 
Kharagpur based on the feedback received during the open house discussion on IRC:37-2012 
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held at the National Highways Authority of india (NHAi) 

subsequent comments received from different practicing professionals, experts and the members 
of the H-2 committee on the fieid performance of bituminous pavements and on other design 
fnd LciaSes The draft was further edited and modified by a sub-committee consisting of 
Iw A V s“ “sh-i ™ Pand., and Shrl Bidur Kant Jha. Tha dta« »as dalibarated ,n .anous 
mastings of Flaxibla Pavantanl Alrlleld 8 Runatays Cammlnaa (H.2) 

meeting held on 29“’ September, 2018. The Highways Specifications and Standards Commit ee 
(HSS)^n its meeting held on 23'“ October, 2018 approved the document and authorized the 
Convenor to modify the document subject to written comments received and comments offered 
S the meting Executive Committee of iRC approved the document in its meeting heid on 
27"’ October, 2018. Thereafter, meeting was convened by the Convenor, H-2 Committee a ong 
with members of drafting Sub-group on IT'” November, 2018 at New Delhi to incorporate 
comoliance of the comments in the document. This modified draft was further deiiberated and 

approved in a meeting convened by HSS Convenor & DO (RD) & SS, ^ ThrCwncil 

2018 wherein Secretary General, IRC and member of Sub-group were also presen The Counci 
in its meeting held on 22’’“ November, 2018 at Nagpur considered and approved the document 

for printing and releasing. 

The composition of H-2 Committee is given below: 

Reddy, Prof. (Dr.) K. Sudhakar . Convenor 

Nirmal, Sanjay Kumar . Co-Convenor 

Shukla, Manoj Kumar . Member-Secretary 

Members 


Basu, S.B. 

Bongirwar, P.L. 

Bose, Dr. Sunil 
Director (Tech.), NRRDA 
Garg, Sanjay 
Ghai, Inderjit 
Jain, N.S. 

Jain, R.K. 

Jha, Bidur Kant 
Krishna, Prabhat 
Kumar, Prof. (Dr.) Praveen 


Lai, Chaman 
Murthy, D.V. Sridhar 
Panda, Prof. (Dr.) Mahabir 
Pandey, l.K. 

Pandey, Prof. (Dr.) B.B. {Expiredin Oct, 2018) 
Pandey, R.K. 

Rep. of DGBR 
Sharma, S.C. 

Sinha, A.V. 

Sitaramanjaneyulu, K. 

Tyagi, B.R. 


Corresponding Members 


Justo, Prof. (Dr.) C.E.G. 
Rao, Prof. (Dr.) S.K. 
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Seehra, Dr. S.S. 
Veeraragavan, Prof. (Dr.) A. 
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Ex-Officio Members 

President, (Reddy, Dr. K.S. Krishna), Secretary, Public 

Indian Roads Congress Works, Ports & Inland Water Transport 

Department, Karnataka 

Director General (Singh, B.N.), Ministry of Road Transport & 

(Road Development) & Special Highways 

Secretary to Govt, of India 

Secretary General, Nirmal, Sanjay Kumar 

Indian Roads Congress 

2. SCOPE 

2.1 The Guidelines shall apply to the design of new flexible pavements and reconstruction 
of damaged pavements for roads with a design traffic of two million standard axle (msa) load 
repetitions or more. For the roads with a design traffic of less than 2 msa, IRC:SP:72[5] shall be 
adopted for pavement design. For rehabilitation of in-service pavements, overlay design shall 
be done as per Falling Weight Deflectometer (FWD) method (IRC:115)[6] or Benkelman Beam 
Deflection (BBD) test method (IRC:81)[7]. 

2.2 Users of the guidelines are expected to use their skills, experience and engineering 
judgment and take into consideration the local climatic conditions, cost and availability of 
materials, their durability and past pavement performance in their respective regions for selecting 
a suitable pavement composition. 

2.3 The guidelines may require revision from time to time in the light of future performance 
data and technological developments. Towards this end, it is suggested that all the organizations 
intending to use the guidelines should keep a detailed record of the year of construction, 
subgrade CBR, soil characteristics, pavement composition and specifications, traffic, pavement 
performance, overlay history, climatic conditions, etc., and provide feedback to the Indian Roads 
Congress for further revision. 

3. DESIGN PRINCIPLES 

3.1 While various sections of these guidelines describe the design procedures in detail, 

these are supplemented by a discussion on the ‘principle and approach to design’ given in 
the Appendix-A to this document, which needs to be considered as an integral part of the 
Guidelines. The Annexes (I to III) given to this document intend to elaborate the finer points of 
design and support the recommendations by different worked out design examples to help the 
users in familiarizing themselves with different provisions of the guidelines and for arriving at a 
safe, economical and performing design. 

The philosophy of pavement design involves designing pavements for satisfactory functional 
and structural performance of the pavement during its intended service life period. Roughness 
caused by variation in surface profile, cracking of layers bound by bituminous or cementitious 
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materials rutting (permanent or plastic deformation) of unbound/unmodified or partially modified 
rubqrSe Trular layers and bituminous layers are the primary indicators of the unctonal 
and structural performance of pavements. Performance of the pavement is explained y 
performance models which are either (a) purely empirical (only based on 

Lchanistic-empirical, in which the distresses/performance are explained in terrns of mechanist 
nnrampters such as stresses, strains and deflections calculated using a specific theory and as 
oer a specified procedure Most of the current pavement design methods follow the mechanis ic- 
elirS ™ch for IL design of bituminous pavements. In these methods, for each of the 
selected structural distresses, a critical mechanistic parameter is identified and controlled to an 
acceptable (limiting) value in the design process. The limiting values of these critical mechanistic 
parameters are obtained from the performance models. 

3.2 The mechanistic-empirical design approach, which was f 

third revisions of IRC:37, is retained in the current revision as well for the design of flex b e 
pavements The theory selected for the analysis of pavements is 'linear elas ic layered theory 
Eh the pavement is modeled as a multi-layer system. The bottom most '^ver Jounda .n or 
siiboradef is considered to be semi-infinite, and all the upper layers are assumed to be infinite 
in the horizontal extent and finite in thickness. Elastic modulus, Poisson’s ratio ° 

each laver are the pavement inputs required for calculation of stresses, strains and deflectio 
“IS b, . app..d aUb, aarfece o. « P— 

updated version of FPAVE developed for MoRTH Research Scheme R-56 Analytical design 
Flexible Pavement”[3], has been used for the analysis of pavements. 

3 3 The vertical compressive strain on top of the subgrade is considered in these 

guidelines to be the critical mechanistic parameter for controlling subgrade rutting, ^onzonta 
tensile strain at the bottom of the bottom bituminous layer is taken as the causative mechaiiis 
parameter which has to be limited to control bottom-up cracking in bituminous layers. Simila ^ 
to ensure that the Cement Treated Bases (CTB) do not fail by fatigue cracking, tensile strain and 
tensile stress at the bottom of the CTB are considered to be the critical parameters to co 

3 4 Rutting within bituminous layers caused by accumulated plastic (pennanent) 

deformation in these layers due to repeated application of traffic loads is ^"“^hermapr digress 
which occurs in bituminous pavements. High pavement temperatures heavy loads can cause 

earlv development of unacceptable levels of rut depth In bituminous mixes as the stiffness o 
the Luminous mix reduces at higher temperatures and the proportion of plastic ("''‘ecoverab ) 
deformation out of the total deformation will be larger under higher temperature and heavier 
loading conditions. Moisture damage of mixes and brittle cracking resulting frorn 
age hardening of bitumen in the upper layers are the other major concerns to be taken nto 
consideration. These distresses are considered by integrating the mix design in o e 
design by incorporating the mix volumetric parameters into the performance models an y 
maag suiSe racomm,„dations abou, .b. cboioa of binder and n,« io b. used m d.tfarent 

layers. 

3 5 For the satisfactory performance of bituminous pavements and to ensure that 

the magnitudes of distresses are within acceptable levels during the service hfe Pe^'ocl^ he 
guidelines recommend that the pavement sections be selected in such a way toat they sat y 
L limiting stresses and strains prescribed by the performance models adopted in the guidelines 
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for subgrade rutting, bottom-up cracking of bituminous layer and fatigue cracking of cement 
treated bases. Additional measures have been suggested in the guidelines by way of integrating 
the mix design parameters that have a significant bearing on the performance of pavements into 
the design process. It may be noted that the design of the bituminous mix was integrated into 
the structural design process even in the second revision (2001 version) of IRC:37 as the strain 
values used in the fatigue and rutting performance models are computed using the elastic moduli 
of bituminous mixes and other layer materials. Also, the elastic modulus of the bituminous layer 
appears in the fatigue performance criterion. Suitable recommendations have also been made in 
the guidelines for (i) fatigue cracking and moisture damage resistant mixes for the bottom (base) 
bituminous layer (ii) rut and moisture damage resistant bituminous mixes for the intermediate 
(binder) bituminous layer (if provided) and (iii) rut, moisture damage, fatigue cracking and age 
resistant surface course and (iv) drainage layer for removal of excess moisture from the interior 
of the pavement. 

3.6 Performance Criteria 

The following performance criteria are used in these guidelines for the design of bituminous 
pavements. 

3.6.1 Subgrade rutting criteria 

An average rut depth of 20 mm or more, measured along the wheel paths, is considered in these 
guidelines as critical or failure rutting condition. The equivalent number of standard axle load (80 
kN) repetitions that can be served by the pavement, before the critical average rut depth of 20 
mm or more occurs, is given by equations 3.1 and 3.2 respectively for 80 % and 90 % reliability 
levels. The rutting performance model developed initially based on the MoRTH R-6 Research 
Scheme[2] performance data was subsequently developed into two separate models for two 
different reliability levels based on the additional performance data collected for MoRTH R-56 
Research Scheme[3]. 

Npj = 4.1656 X 10'°® [1/sE^^^^ (for 80 % reliability) (3.1) 

Npj = 1.4100 X 10 °® [1 /eE^^^^ (for 90 % reliability) (3.2) 

Where, 

subgrade rutting life (cumulative equivalent number of 80 kN standard axle 
loads that can be served by the pavement before the critical rut depth of 20 mm 
or more occurs) 

= vertical compressive strain at the top of the subgrade calculated using linear 
elastic layered theory by applying standard axle load at the surface of the 
selected pavement system 

IITPAVE software is used in these guidelines for the analysis of pavements. For the computation 
of stresses, strains and deflections in the pavement, thicknesses and elastic properties (elastic 
modulus and Poisson’s ratio) of different layers are the main inputs. Detailed instructions for 
installation and use of IITPAVE software, which is provided along with these guidelines, are 
given in Annex I. Guidelines for the selection of the elastic modulus and Poisson’s ratio values 
of different pavement layers are given in different sections of the guidelines. For the calculation 
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of vertical compressive strain on top of the subgrade, horizontal tensile strain ^"^6 bottom of the 

Tna vste The shape of the contact area of the tyre is assumed in the analysis to be circular. The 
„1™ ,ILl stress shall he oonsldersd as 0.56 MPa. Hows.sr, when ««» *™9S 

«naLis Of Cement Treated Bases (CTB) is carried out, (using Equations 3.5 to 3.7) the contact 
presLre used for analysis shall be 0.80 MPa. The layer interface condition was assumed to e 
fully bound. The materials are assumed to be isotropic. 

3 5 2 Fstigue crscking cntsds for bituminous isyer 

The occurrence of fatigue cracking (appearing as inter connected cracks), whose total area 
in the section of the road under consideration is 20 % or more than the paved surface area 
of the section, is considered to be the critical or failure condition. The equivalent ° 

standard axle (80 kN) load repetitions that can be served by the pavement, be ore e cri i 
condS of the cracked surface area of 20 % or more occurs, is given by equations 3.3 and 
3 4 mspect vely for 80 % and 90 % reliabiiity levels. The fatigue performance models given by 
LuSs 3 3 and 3 4 were developed under MoRTH R-56 scheme[3] utilizing primarily the R-6 
Xl lB—h 8,661,3) p,«c, 6.BP1 ,uppl,™n,.6 b, Ih, 6,,a 
from R-19 (Pavement Performance Studies)[8] and R-56 schemes[ ]. 

/ r\\ 


N, = 1.6064*C*10-“'‘ (foi" ^0 % reliability) 

N, = 0.5161*0*10“ [1/£,f®®*[1/MRj°“‘' reliability) 


(3.3) 

(3.4) 


Where 


c = 10“, and 


V = per cent volume of air void in the mix used in the bottom bituminous layer 

V = per cent volume of effective bitumen in the mix used in the bottom bituminous 

''be ^ 

layer 

N = fatigue life of bituminous layer (cumulative equivalent number of 80 standar 

' axle Lds that can be served by the pavement before the critical cracked area 
of 20 % or more of paved surface area occurs) 

. = maximum horizontal tensile strain at the bottom of the bottom 

' (DBM) calculated using linear elastic layered theory by applying standard axle 
load at the surface of the selected pavement system 
M = resilient modulus (MPa) of the bituminous mix used in the bottom bituminous 
layer, selected as per the recommendations made in these guidelines. 

The factor ‘C’ is an adjustment factor used to account for the effect of variation in the mix volumetric 

narameters (effectivi binder volume and air void content) on the fatigue life of 
S and wal incorporated in the fatigue modeis to integrate the mix design considerations into the 

fatigue performance model. 
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A popular approach used for enhancing the fatigue life of bituminous layers is to make the bottom 
most bituminous mixes richer in bitumen[10]. Larger binder volume in the mix means an increased 
thickness of the binder film in the mix and an increase in the proportion of bitumen over any 
cross-section of the layer normal to the direction of tensile strain. Besides having longer fatigue 
lives, larger binder volumes will also be beneficial in making the mix more moisture damage 
resistant due to thicker binder films which also reduce the ageing of the binder. Considering that 
the bottom bituminous layer will be subjected to significantly lower stresses and lower summer 
temperatures compared to the upper layers, the chance of rutting of the lower layer will be less. 

The recent version of the Asphalt Institute manual for mix design[10] recommends design of the 
bitumen rich mixes (or rich bottom mixes) at 2 to 2.5 per cent air voids and to compact the rich 
bottom layer to less than 4 per cent in-place air voids. The recommendations made in these 
guidelines about the volumetric parameters and the in-place air voids to be achieved are given 
in para 9.2. 

3.6.3 Fatigue performance models for Cement Treated Base (CTB) 

3.6.3.1 In the case of pavements with CTB layer, fatigue performance check for the CTB layer 
should be carried out as per equation 3.5 (based on cumulative standard axle load repetitions 
estimated using vehicle damage factors), and as per equations 3.6 and 3.7 (cumulative 
fatigue damage analysis) using axle load spectrum data. It may be noted that ‘cement treated’ 
refers to stabilization by different types of cementitious materials such as cement, lime, fly- 
ash, or a combination thereof. The terms, ‘cement treated’ and ‘cementitious’, have been used 
interchangeably in these guidelines. Equation 3.5 is based on the Australian experience[11] 
whereas equation 3.6 is as per the recommendations of the Mechanistic-Empirical Pavement 
Design Guide[12]. Pavement analysis shall be carried out using IITPAVE with a contact stress 
of 0.8 MPa on the pavement surface to determine the tensile strain (ft) value at the bottom of 
the CTB layer. The number of standard axle loads derived from equation 3.5 by substituting the 
computed tensile strain value along with other inputs shall not be less than the design traffic. 


N = RF 


, 113000 

1 po.804 ^ 


(3.5) 


Where, 


3.6.3.2 


RF = reliability factor for cementitious materials for failure against fatigue 

= 1 for Expressways, National Highways, Sate Highways and Urban Roads and 
for other categories of roads if the design traffic is more than 10 msa 

= 2 for all other cases 

N = number of standard axle load repetitions which the CTB can sustain 
E = elastic modulus of CTB material (MPa) 

= tensile strain at the bottom of the CTB layer (microstrain). 

Cumulative fatigue damage analysis 


The CTB layer is subjected to cumulative fatigue damage by the application of axle loads of 
different categories and different magnitudes applied over the design life period. The fatigue life 
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M nf thp CTB rnaterisl when subjected to a specific number of applications (nj) of ax e oa o 
dasl “S rSn period, is ai.on by .quatlop 3.6. D.tails ol dW lypo. of axte, axle 
fad sp“3 -opotitlL oloacb load godup axpootod dudag Iho doslga life poaod. shall b, 

obtained from the analysis of the axle load survey data. 

For the purpose of analysis, each tandem axle repetition may be considered as 
a sinole axle carrying 50 % of the tandem axle weight as axles separated by a dist • 

m orLre do not have a significant overlapping of stresses. Similarly, one application of a tridem 
axle may be considered as three single axles, each weighing one third the weight of the tridem 
SI fo? oxampTo, if a rrldom axla caqios a load of 45 toanos. It ma, bo takon to t«> oqqi.alont 
to three passes of a 15 tonne single axle. 

For analyzing the pavement for cumulative fatigue damage of the CTB layer, contact stress shall 
be taken as 0.80 MPa instead of 0.56 MPa. 

0.97 2-(g,/MR„p) (3.6) 

togioNfi 0.0825 

Where, 

N = Fatigue life of CTB material which is the maximum repetitions of axle load 

" class ‘i’ the CTB material can sustain 

a, = tensile stress at the bottom of CTB layer for the given axle load class. 

M = 28-dav flexural strength of the cementitious base 

Rup ■' 

Q /M ^ = Stress Ratio 

The CumulativrFatigue Damage (CFD) caused by differenUepetitions of axle 

categories and different magnitudes expected to be applied on the pavement during g 

period is estimated using equation 3.7. 

(3.7) 

CFD = I(n/N,) 

Where, 

n. = expected (during the design life period) repetitions of axle load of class T 

N = fatigue life or maximum number of load repetitions the CTB layer would sustain 

if only axle load of class T were to be applied 

If the estimated CFD is less than 1.0, the design is considered to be acceptable. If the value of 
CFD is more than 1.0, the pavement section has to be revised. 

3.7 Reliability 

These Guidelines recommend 90% reliability performance 

(eauation 3 2) and fatigue cracking of bottom bituminous layer (equation 3.4) for all 
ro^df ^ch as Expressways, National Highways, State Highways and Urban Roads. For other 
categories of roadl 90 % reliability is recommended for design traffic of 20 msa or more and 
per cent reliability for design traffic less than 20 msa. 
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Analysis of Flexible Pavements 

For computing the stresses, strains and deflections, the pavement has been considered in these 
guidelines as a linear elastic layered system. IITPAVE software, developed for analysis of linear 
elastic layered systems, has been used in these guidelines for analysis and design of pavements. 
Details of the IITPAVE software, which is supplied with this document, are given in Annex-1. As 
mentioned previously in these guidelines, the vertical compressive strain on top of subgrade and 
the horizontal tensile strain at the bottom of the bituminous layer are considered to be the critical 
mechanistic parameters which need to be controlled for ensuring satisfactory performance of 
flexible pavements in terms of subgrade rutting and bottom-up cracking of bituminous layers. 
Similarly, the horizontal tensile stress and horizontal tensile strain at the bottom of the CTB layer 
are considered to be critical for the performance of the CTB bases. Figs. 3.1 to 3.6 show different 
flexible pavement compositions for which the locations at which different critical mechanistic 
parameters should be calculated are shown. The critical locations are indicated as dots in the 
figure. Table 3.1 presents the standard conditions recommended in these guidelines for the 
pavement analysis. 

Theoretical calculations suggest that the tensile strain near the surface close to the edge of the 
wheel can be sufficiently large to initiate longitudinal surface cracking followed by transverse 
cracking much before the flexural cracking of the bottom layer occurs, if the mix tensile strength 
is not adequate at higher temperatures[13] [14]. 

Table 3.1 Standard Conditions for Pavement Analysis using IITPAVE 

Analysis Conditions 

Linear elastic model 
Fully bonded (all layers) 

Dual wheel 

20 kN on each single wheel (two wheels) 

0.56 MPa for tensile strain in bituminous layer and vertical 
compressive strain on subgrade; 0.80 MPa for Cement treated 
base 


Critical Mechanistic Parameters 


Bituminous layer 

Tensile strain at the bottom 

Cement treated base 

Tensile stress and tensile strain at the bottom 

Subgrade 

Compressive strain at the top 


Note: (a) Only the absolute values of strains/stresses (without the + or - sign) should be used 
in the performance equations (b) For pavements with strong bases and/or thin bituminous 
layers, it is possible that the strain at the bottom of the bituminous layer may be compressive 
instead of tensile. 


Material response model 
Layer interface condition 
No. of Wheels 
Wheel loads 

Contact stress for critical 
parameter analysis 
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Fiq 3 1 A Pavement Section with Bituminous Layer(s), Granular Base and GSB Showing the Fig. 3.3 A Pavement Section with Bituminous Layer(s), SAMI Crack Relief Layer, 

Locations of Critical Strains CTB, and CTSB Showing the Locations of Critical Strains/Stresses 





Fig. 3.2 A Pavement Section with Bituminous Layer(s), Granular Crack Relief Layer, CTB, and 
CTSB Showing the Locations of Critical Strains/Stresses 


Fig. 3.4 A Pavement Section with Bituminous Layer(s), Emulsion/Foam Bitumen Stabilised RAP/ 
Virgin Aggregate Layer and CTSB Showing the Locations of Critical Strains 
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Fig. 3.6 A Pavement Section with Bituminous Layer(s), Granular Base (WMM) and 
CTSB Showing the Locations of Critical Strains 


4. TRAFFIC 

4.1 General 

This section covers the guidelines for the estimation of design traffic for new roads. The guidelines 
consider that the structural damage to the pavement i.e., fatigue cracking in the bound layers 
and rutting in the subgrade is caused by the applied traffic loads. The relative structural damage 
caused to the pavement by different types of axles carrying different axle loads is considered 
using Vehicle Damage Factors (VDFs) in the estimation of design traffic. 

4.1.1 The design traffic is estimated in these guidelines in terms of equivalent number 
of cumulative standard axles (80 kN single axle with dual wheels). For estimating the factors 
required to convert the commercial traffic volumes into equivalent repetitions of the standard 
axle, it is necessary to measure the axle load spectrum relevant for the stretch of road under 
consideration. Axle load spectrum data are especially required for the design of pavements 
having layers treated/stabilised using cementitious materials such as cement, lime, fly ash, etc., 
for estimating the cumulative fatigue damage expected to be caused to the cement treated base 
by different axle load groups. The following inputs are required for estimating the design traffic 
(in terms of cumulative standard axle load repetitions) for the selected road for a given design 
period. 

(i) initial traffic (two-way) on the road after construction in terms of the number 
of commercial vehicles (having the laden weight of 3 tonnes or more) per day 
(cvpd) 

(ii) average traffic growth rate(s) during the design life period 

(iii) design life in number of years 

(iv) spectrum of axle loads 

(v) factors for estimation of the lateral distribution of commercial traffic over the 
carriageway 

4.1.2 Only the commercial vehicles having gross vehicle weight of 3 tonnes or more are 
considered for the structural design of pavements. 

4.1.3 Estimation of the present day average traffic should be based on the seven-day 
24-hour traffic volume count made in accordance with IRC:9[15]. 

4.2 Traffic Growth Rate 

4.2.1 For estimating the cumulative traffic expected to use the pavement over the design 
period, it is necessary to estimate the rate(s) at which the commercial traffic will grow over the 
design period. The growth rates may be estimated as per IRC:108[16]. Typical data required for 
estimation of the growth rates(r) are: 

(i) past trends of traffic growth and 

(ii) demand elasticity of traffic with respect to macro-economic parameters (like the 
gross domestic product and state domestic product) and the demand expected 
due to specific developments and land use changes likely to take place during 
the design life period. 
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4.2.2 Traffic growth rates shall be established for each category of commerciai vehicles. In 
the absence of data for estimation of the annual growth rate of commercial vehicles or when the 
estimated growth rate is less than 5 per cent, a minimum annual growth rate of 5 per cent should 
be used for commercial vehicles for estimating the design traffic. 

4.3 Design Period 

4.3.1 The design period to be adopted for pavement design is the time span considered 
appropriate for the road pavement to function without major rehabilitation. It is recommended 
that a design period of 20 years may be adopted for the structural design of pavements for 
National Highways, State Highways and Urban Roads. For other categories of roads, a design 
period of 15 years is recommended. Pavements for very high density corridors (more than 300 
msa) and expressways shall preferably be designed as long-life pavements. Otherwise, for such 
corridors, the pavement shall be designed for a minimum period of 30 years. The commercia 
traffic, converted into equivalent repetitions of the standard axle, and adjusted for directiona 
distribution, lateral distribution over the carriageway width, etc., is the design traffic. 

4.3.2 Design traffic considerations for stage construction 

stage construction of pavement may be adopted in projects where the growth of traffic is uncertain 
or future traffic volumes are expected to increase substantially due to future developments. Stage 
construction may also be adopted in projects for which subsequent maintenance is mandated 
on 'performance basis’. For projects in which stage construction is adopted, the base and sub¬ 
base layers shall be designed for the full design period. Stage construction is not allowed for 
pavements with cement treated bases and sub-bases. 

stage-1 bituminous layer(s) of the pavement should be designed for more traffic than estimated 
for the initiai (first) stage design period (or traffic) so that the pavement will have at least 40 h 
life remaining after stage-1 period (traffic). Assuming that the pavement life consumed increases 
linearly with traffic, the design traffic for stage-1 shall be taken as 1.67 times the design traffic 
estimated for stage-1 period. If designed and constructed for only the stage-1 design traffic, the 
pavement, especially the bituminous layer, may not have adequate the structural condition and 
is lightly to develop full depth cracking and thus may not be suitable for periodical maintenance 
measures such as patching, crack sealing and micro-surfacing. The requirement of the second 
stage pavement shali be determined after evaluation of the structural condition of the pavement 
by Falling Weight Deflectometer (FWD) method as per IRC:115[6] or by Benkeiman Beam 
Deflection (BBD) method as per IRC:81[7]. An example of the design carried out following the 
concept of stage construction is given in Annex-ll. 

4.4 Vehicle Damage Factor 

4.4.1 The guidelines use Vehicle Damage Factor (VDF) for the estimation of cumulative 
repetitions of standard axle load for the thickness design of pavements. In the case of pavements 
with CTB layer. In addition to the fatigue performance check carried out as per equation 3.5 
based on cumulative standard axie load repetitions (estimated using VDF), CFD analysis also 
should be carried out following the approach given by equations 3.6 and 3.7 using axie load 

spectrum data. 


4.4.2 Vehicle Damage Factor (VDF) is a multiplier to convert the given number of commercial 
vehicles having different axle configurations and different axle weights into an equivalent number 
of standard axle load (80 kN single axle with dual wheels) repetitions. 

4.4.3 For converting one repetition of a particular type of axle carrying a specific axle load 
into equivalent repetitions of 80 kN single axle with dual wheel, equations 4.1 to 4.4 may be used. 
Since the axle load equivalence factors reported from the AASHO Road Test for flexible as well 
as rigid pavements are not significantly different for heavy duty pavements, it is assumed that 
the VDF values estimated for checking subgrade rutting and bituminous layer fatigue cracking 
can be used for checking the fatigue damage of cemented bases also. 

Single axle with single wheel on either side 

(Axle load in kN\'^ ,, ,, 

(-65-) (4.1) 

Single axle with dual wheel on either side 


fAxle load in 
\ 80 ) 

Tandem axle with dual wheel on either side 


(4.2) 


^Axle load in kN^^ 

V 148 j 

Tridem axle with dual wheel on either side 


(4.3) 


(Axle load in kN\''' ,. .. 

(-224-) (4-4) 

Some tandem axles have only one (single) wheel on each side of the axle. In such cases, each 
axle of the tandem axle set may be considered as two separate single axles (with single wheels) 
and Equation 4.1 may be used for estimation of the equivalent axle load repetitions. Similarly, if 
the axle spectrum has a tridem axle with single wheels, it may be considered as three separate 
single axles having single wheels. 

4.4.4 Multi-axle vehicles may consist of different combinations of axle classes considered 
in equations 4.1 to 4.4. The VDF should be arrived at by carrying out axle load surveys on the 
existing roads for a minimum period of 24 hours in each direction. The minimum sample size 
of commercial vehicles to be considered for the axle load survey is given in Table 4.1. Care 
should be taken to ensure that there is no bias in the selection of the vehicles for the survey. The 
vehicles to be surveyed should be selected randomly irrespective of whether they are loaded or 
empty. On some sections of roads, there may be a significant difference between the axle loads 
of commercial vehicles plying in the two directions of traffic. In such situations, the VDF should 
be evaluated separately for each direction. 


Table 4.1 Minimum Sample Size for Axle Load Survey 


Commercial Traffic Volume (CVPD) 

Min.% of Commercial Traffic to be Surveyed 

<3000 

20 per cent 

3000 to 6000 

15 per cent (subject to a minimum of 600 cvpd) 

>6000 

10 per cent (subject to a minimum of 900 cvpd) 


14 


15 



IRC:37-2018 


IRC;37-2018 

4.4.5 Axle load spectrum 

For the analysis of the axle load spectrum and for calculation of VDFs, the axle load data may be 
classified into multiple classes with class intervals of 10 kN, 20 kN and 30 kN for single, tandem 
and tridem axles respectively. 

4 4 6 For small projects, in the absence of weigh pad, the axle loads of typical commercial 
vehicles plying on the road may be estimated approximately from the type of goods carried. 
Where information on the axle loads is not available and the proportion of heavy vehicles using 
the road is small, the indicative values of Vehicle Damage Factor given in Table 4.2 can e 
used. These indicative VDF values have been worked out based on typical axle load spectrums 
and taking into consideration the legal axle load limits notified in the Gazette of India dated 

16‘^ July, 2018. 


Table 4.2 Indicative VDF values 


Initial (Two-Way) Traffic Volume in Terms of 
Commercial Vehicles Per Day 

Terrain 


Rolling/Plain 

Hilly 

0-150 

1.7 

0.6 

150-1500 

3.9 

1.7 

More than 1500 

5.0 

2.8 


4.5 Lateral Distribution of Commercial Traffic over the Carriageway 

4.5.1 Lateral distribution 

Lateral distribution of commercial traffic on the carriageway is required for estimating the design 
traffic (equivalent standard axle load applications) to be considered for the structural design o 
pavement. The following lateral distribution factors may be considered for roads with different 
types of the carriageway; 

4.5.1.1 Single-lane roads 

Traffic tends to be more channelized on single-lane roads than on two-lane roads and to allow 
for this concentration of wheei load repetitions, the design should be based on the total number 
(sum) of commercial vehicles in both directions. 

4.5.1.2 Intermediate lane roads of width 5.50 m 

The design traffic should be based on 75 per cent of the two-way commercial traffic. 

4.5.1.3 Two-lane two-way roads 

The design should be based on 50 per cent of the total number of commercial vehicles in both 
the directions. 

4.5.1.4 Four-lane single carriageway roads 

40 per cent of the total number (sum) of commercial vehicles in both directions should be 
considered for design. 


4.5.1.5 Dual carriageway roads 

The design of dual two-lane carriageway roads should be based on 75 per cent of the number 
of commercial vehicles in each direction. For dual three-lane carriageway and dual four-lane 
carriageway, the distribution factors shall be 60 per cent and 45 per cent respectively. 

4.6 Computation of Design Traffic 


4.6.1 The design traffic, in terms of the cumulative number of standard axles to be carried 
during the design period of the road, should be estimated using equation 4.5. 


365 X [(1 + r)” - 1] 

Noes = -^- - X A X D X F 


Where, 


(4.5) 


Noes = cumulative number of standard axles to be catered for during the design 
period of ‘n’ years 

A = initial traffic (commercial vehicles per day) in the year of completion 
of construction (directional traffic volume to be considered for divided 
carriageways where as for other categories of the carriageway, two-way 
traffic volume may be considered for applying the lateral distribution factors) 

D = lateral distribution factor (as explained in para 4.5) 

F = vehicle damage factor (VDF) 

n = design period, in years 

r = annual growth rate of commercial vehicles in decimal (e.g., for 6 per cent 
annual growth rate, r = 0.06). Variation of the rate of growth over different 
periods of the design period, if available, may be considered for estimating 
the design traffic 

The traffic in the year of completion of construction may be estimated using equation 4.6. 

A=P(1+r)^ (4.6) 

Where, 

P = number of commercial vehicles per day as per last count. 

X = number of years between the last count and the year of completion of 

construction. 

4.6.2 For single carriageway (undivided) roads, the pavement may be designed for design 
traffic estimated based on the larger of the two VDF values obtained for the two directions. For 
divided carriageways, different pavement designs can be adopted for the two directions of traffic 
depending on the directional distribution of traffic and the corresponding directional VDF values 
in the two directions. 


5. PAVEMENT COMPOSITIONS 

A flexible pavement considered in these guidelines essentially consists of three functional layers 
above the subgrade. These are: sub-base, base and bituminous layers. Detailed discussion 
on subgrade and each of the pavement layers is presented in the subsequent sections of the 
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guidelines. The sub-base and base layers may be (a) granular, (b) cement treated or (c) a 
combination of granular and cement treated materials. Base layer can also be a foam bitumen 
or emulsion treated granular/Reclaimed Asphalt Pavement (RAP) material/combination of RAP 
and aggregate layer. When CTB is used, a crack relief layer is to be mandatorily provided, 
either as an aggregate interlayer or as a stress absorbing membrane inter-layer (SAMI). The 
bituminous layer comprises two different types of materials, categorized as bituminous base and 
surfacing. If the base bituminous layer is constructed in two layers, these are generally termed 
as binder and base bituminous layers. Unless specified otherwise, each functional layer can be 
constructed in one or more layers. The same elastic properties (elastic/resilient modulus and 
Poisson’s ratio) may be considered for all the sub-layers of a functional layer for the analysis of 
the pavement using linear elastic layered theory (IITPAVE software). Granular sub-base layers 
(filter and drainage layers) and granular base layer are considered (unless specified otherwise) 
as a single layer in the analysis of the pavement. Similarly, bituminous base (binder and base) 
and surfacing course are considered as a single layer. Aggregate (granular) crack relief layer 
shall be considered as a separate layer in the analysis. The SAMI crack relief treatment (if used) 
over the CTB layer shall not be considered in the structural analysis. 


6. SUBGRADE 

6.1 General 

On new roads, the aim should be to construct the pavement as far above the water table as 
economically practicable. The difference between the bottom of subgrade level and the level of 
water table/high flood level should, generally, not be less than 1.0 m or 0.6 m in case of existing 
roads which have no history of being overtopped. In water logged areas, where the subgrade 
is within the zone of capillary saturation, consideration should be given to the installation of 
suitable capillary cut-off as per IRC;34 at appropriate level underneath the pavement. 

The top 500 mm of the prepared foundation layer immediately below the pavement, designated 
as subgrade, can be made up of in-situ material, select soil, or stabilized soil forming the 
foundation for the pavement. It should be well compacted to derive optimal strength and to limit 
the rutting caused due to additional densification of the layer during the service life. It shall be 
compacted to attain a minimum of 97 per cent of the laboratory maximum dry density obtained 
corresponding to heavy compaction as per IS:2720 Part-8[17] for Expressways, National 
Highways, State Highways, Major District Roads and other heavily trafficked roads. When the 
subgrade is formed using a material which is stronger than the upper 500 mm of embankment 
soil or when the subgrade itself is prepared in two separate layers with significantly different 
strengths, the effective combined contribution of the subgrade and the embankment layers has 
to be considered for design. The principle to be used for the estimation of the effective strength 
or mechanical property is discussed in para 6.4. As previously mentioned in these guidelines, 
the elastic/resilient moduli of different pavement layers are the main inputs for the analysis and 
design of pavements. Since the measurement of resilient modulus of soil requires sophisticated 
equipment, the same is generally estimated from the California Bearing Ratio (CBR) value of the 
material. The following sections present the details of the compaction effort and moisture content 
to be used for preparing the specimens in the laboratory for evaluating the CBR value or resilient 
modulus value of the soil. 
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6.2 Selection of Dry Density and Moisture Content for Laboratory Testing of 
Subgrade Material 

6.2.1 The laboratory test conditions should represent the field conditions as closely as 
possible. Compaction in the field is done at a minimum of 97 per cent of the laboratory maximum 
density obtained at optimum moisture content. In the field, the subgrade undergoes moisture 
variation depending on different local conditions such as water table depth, precipitation, soil 
permeability, drainage conditions and the extent to which the pavement is impermeable to 
moisture. In high rainfall areas, lateral infiltration through the unpaved shoulder, median, porous 
and cracked surface may have a significant effect on the subgrade moisture condition. The 
California Bearing Ratio (CBR) of the subgrade soil, for the design of new pavements and 
reconstruction, should be determined as per IS:2720 Part-16[18] at the most critical moisture 
condition likely to occur at the site. The test should be performed on remoulded samples of soils in 
the laboratory. The pavement thickness should be based on 4-day soaked CBR value of the soil, 
remoulded at placement density (minimum 97 % of maximum Proctor compaction test density) 
and optimum moisture content ascertained from the compaction curve. In areas with less than 
1000 mm rainfall, four-day soaking may be too severe a condition for a subgrade well protected 
with thick bituminous layer and the strength of the subgrade soil may be underestimated. If data 
is available about the seasonal variation of moisture, the moulding moisture content for the CBR 
test can be selected based on the field data. The test specimens should be prepared by static 
compaction to obtain the target density. 

6.2.2 Frequency of tests and design value 

If the type of soil used in different stretches of the subgrade varies along the length of the 
pavement, the CBR value of each type of soil should be the average of at least three specimens 
prepared using that soil. 90^'' percentile subgrade CBR value should be adopted for the design 
of high volume roads such as Expressways, National Highways, State Highways and Urban 
Roads. For other categories of roads, the design can be done based on the 80**^ percentile CBR 
value if the design traffic is less than 20 msa and based on 90th percentile CBR if the design 
traffic is 20 msa or more. 

6.3 Resilient Modulus of the Subgrade 

Resilient modulus, which is measured taking into account only the elastic (or resilient) component 
of the deformation (or strain) of the specimen in a repeated load test is considered to be the 
appropriate input for linear elastic theory selected in these guidelines for the analysis of flexible 
pavements. The resilient modulus of soils can be determined in the laboratory by conducting 
the repeated tri-axial test as per the procedure detailed in AASHTO T307-99[19]. Since these 
equipment are usually expensive, the following relationships may be used to estimate the resilient 
modulus of subgrade soil (MRS) from its CBR value[20, 21]. 

M^g =10.0* CBR for CBR <5% (6.1) 

M^g =17.6* (CBR)° for CBR > 5 % (6.2) 

Where, 

Mf^g = Resilient modulus of subgrade soil (in MPa). 

CBR = California bearing ratio of subgrade soil (%) 

Poisson’s ratio value or subgrade soil may be taken as 0.35. 
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6.4 Effective Modulus/CBR for Design 


6.4.1 Sometimes, there can be a significant difference between t e thp 'SOO 

used in the subgrade and in the embankment layer below the subgra e^ prr’x/p|,ip in 

mm thick subgrade may be laid in two layers, each layer material a cinnip lavpr 

such cases, the design should be based on the effective modulus va ue o 
subgrade which is equivalent to the combination of the subgrade ^n em a 

The effective modulus/CBR value may be determined as per the following 
generalization of the approach presented earlier in an Indian Roads ongress pu 


d) Using IITPAVE software, determine the maximum surface deflection 
(5) due to a single wheel load of 40,000 N and a contact pressure of 
0 56 MPa for a two or three layer elastic system comprising of a sing e (or 
two sub-layers) of the 500 mm thick subgrade layer over the semi-infinite 
embankment layer. The elastic moduli of subgrade and embankment soils/ 
layers may be estimated from equations 6.1 and 6.2 using their laboratory 
CBR values. Poisson’s ratio (jj) value may be taken as 0.35 for all the 


layers. 

(ii) Using the maximum surface deflection (6) computed in step (i) above, 
estimate the resilient modulus of the equivalent single layer using 

equation 6.3. 

2(1(6.3) 


Where, 


p = contact pressure = 0.56 MPa 

a = radius of circular contact area, which can be calculated using the load 
applied (40,000 N) and the contact pressure ‘p’ (0.56 MPa) - 150.8 mm 


jj = Poisson’s ratio 

It is the effective resilient modulus (M^^g) value and not the CBR wnrkpd out 

However, if required, the CBR value can be reported using equations . an . . 
example for the estimation of the effective resilient modulus/CBR is given in nnex 

In case the borrow material is placed over a rocky foundation, the effective CBR 
than the CBR of the borrow material. However, only the CBR of the borrow ma eri 
adopted for the pavement design. Additionally, proper safeguards should be taken agains the 
development of pore water pressure between the rocky foundation and the orrow ma eria 

If the embankment consists of multiple layers of materials having different CBR values, 
layer analysis can be carried out using IITPAVE software and the effective resilient modulus can 
be estimated using the concept discussed above. 

6.4.2 For the purpose of design, the resilient modulus (M, 3 ), thus estimated, shall be limited 
to a maximum value of 100 MPa. 


6.4.3 The effective subgrade CBR should be more than 5 % for roads estimated to carry 
more than 450 Commercial Vehicles Per Day (CVPD) (two-way) in the year o cons rue ion. 


7. SUB-BASES 


7.1 General 

The sub-base layer serves three functions: (i) to provide a strong support for the compaction of 
the granular base (WMM/WBM) layer (ii) to protect the subgrade from overstressing and (iii) to 
serve as drainage and filter layers. The sub-base layers can be made of granular material which 
can be unbound or chemically stabilized with additives such as cement, lime, flyash and other 
cementitious stabilizers. The thickness of the sub-base, whether bound or unbound, should meet 
these functional requirements. To meet these requirements, minimum sub-base thicknesses 
have been specified in the following paragraphs. 

7.2 Granular (Unbound) Sub-Base Layer 

7.2.1 Sub-base materials may consist of natural sand, moorum, gravel, laterite, kankar, 
brick metal, crushed stone, crushed slag, reclaimed crushed concrete/reclaimed asphalt 
pavement, river bed material or combinations thereof meeting the prescribed grading and 
physical requirements. When the granular sub-base material consists of a combination of different 
materials, mixing should be done mechanically by either using a suitable mixer or adopting the 
mix-in-place method. Granular sub-base (GSB) should conform to the MoRTH Specifications for 
Road and Bridge Works[23]. 

If the thickness of the sub-base layer provided in the design permits, the sub-base layer shall have 
two sub layers: drainage layer and the filter layer. The upper layer of the sub-base functions as a 
drainage layer to drain away the water that enters through surface cracks. The lower layer of the 
sub-base should function as the filter/separation layer to prevent intrusion of subgrade soil into 
the pavement. The aggregate gradations recommended for the drainage layer are granular sub¬ 
base gradations III and IV of MoRTH Specifications[23]. The gradations I, II, V and VI specified 
for GSB by MoRTH[23] are recommended for filter/separation layer. 

If the design thickness of the granular sub-base is less than or equal to 200 mm, both drainage 
and filter layers cannot be provided separately (considering the minimum thickness requirements 
given in 7.2.2). For such cases, a single drainage-cum-filter layer with GSB gradation V or VI of 
MoRTH Specifications may be provided. 

The filter and drainage layers should be designed as per IRC:SP:42[24] and IRC:SP:50[25]. 
It is necessary to extend both drainage and filter layers to full width up to the slope of the 
embankment to have efficient drainage. Commercially available synthetic geo-composite, grid 
lock geo-cell with perforated vertical faces filled with aggregates meeting the requirement as 
specified in IRC:SP:59[26] can also be used to function as both filter/separation and drainage 
layers. Its strengthening effect can be considered in the pavement design in accordance with 
the provisions of IRC:SP:59. 

When GSB layer is also provided below the median in continuation with that of the pavement, 
a non-woven geo-synthetic may be provided over the GSB in the median part so that the fines 
percolating through the median do not enter into the GSB and choke it. 

7.2.2 Minimum thicknesses of granuiar sub-base iayers 

Irrespective of the design traffic volume, the following minimum thicknesses of granular sub- 
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base layers may be provided. 

(i) The minimum thickness of drainage as well as filter layer shall be 100 mm (i.e., 
minimum thickness of each of these two layers is 100 mm). 

(ii) The minimum thickness of the single filter-cum-drainage layer shall be 150 mm 
from functional requirement. 

(iii) The minimum thickness of any compacted granular layer should preferably be at 
least 2.5 times the nominal maximum size of aggregates subject to a minimum 
of 100 mm. 

(iv) The total thickness of the granular sub-base layer should be adequate to carry 
the construction traffic that may ply on the GSB. This thickness requirement 
may be worked out to satisfy the subgrade rutting limiting strain criterion given 
by equation 3.1 or 3.2 (as applicable for the classification of highway and design 
traffic). The design traffic for this purpose can be worked out based on the 
expected number of operations of dumpers and other construction vehicles on 
the GSB layer to carry material for the construction of granular or cement treated 
base layer. The indicative values of construction traffic loading and the procedure 
given in the worked out example in Annex-ll can be used for the estimation of 
the construction traffic operating over the granular sub-base if more accurate 
and practical estimation cannot be done. 

(v) The sub-base thickness should be checked for the design traffic worked out 
as per the above mentioned procedure or 10,000 standard axle repetitions, 
whichever is more. 

(vi) The two-layer system (subgrade and GSB) should be analyzed by placing a 
standard load over it (dual wheel set of 20,000 N each acting at 0.56 MPa contact 
pressure) and computing (using IITPAVE) the maximum subgrade vertical 
compressive strain. The GSB thickness should be varied until the computed 
strain is less than or equal to the limiting subgrade vertical compressive strain, 
given by equations 3.1 or 3.2 (as applicable). 

The worked out example given in Annex-ll illustrates the estimation of GSB thickness from 
construction traffic consideration. 

7.2.3 Resilient modulus of GSB layer 

The elastic/resilient modulus value of the granular layer is dependent on the resilient modulus 
value of the foundation or supporting layer on which it rests and the thickness of the granular 
layer. A weaker support does not permit higher modulus of the upper granular layer because of 
the larger deflections caused by loads result in de-compaction in the lower part of the granular 
layer. Equation 7.1 [20] may be used for the estimation of the modulus of the granular layer from 
its thickness and the modulus value of the supporting layer. 

Mrgran = 0-2(hr^* Mrsupport 

Where, 

h = thickness of granular layer in mm 

M = resilient modulus of the granular layer (MPa) 

RGRAN 

M = (effective) resilient modulus of the supporting layer (MPa) 

RSUPPORT ' ' 
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As stated previously in these guidelines, the granular base and granular sub-base are considered 
as a single layer for the purpose of analysis and a single modulus value is assigned to the 
combined layer. Thus, when the pavement has the combination of granular base and granular sub¬ 
base, the modulus of the single (combined) granular layer may be estimated using equation 7.1 
taking the M^^^^ as the modulus of the combined granular layer and as the effective 

modulus of the subgrade. However, when a cement treated or emulsion/foam bitumen treated 
base layer is used over the granular sub-base, both the layers have to be considered separately 
in the analysis and separate modulus values have to be assigned for the GSB and the treated 
base layers. Equation 7.1 can be used to estimate the modulus of the granular sub-base taking 
Mrgran the modulus of the granular sub-base layer and as the effective modulus of 

the subgrade. 

For the granular layers reinforced using geo-synthetic materials, IRC:SP:59[26] suggests Layer 
Coefficient Ratios (LCR) and Modulus Improvement Factors (MIF) which can be used to estimate 
the improvement in the modulus value of the granular layer due to geo-synthetic reinforcement. 
These values are to be obtained from detailed field and laboratory investigations as discussed 
in IRC:SP:59. IRC:SP:59 suggests the estimation of the moduli values of the un-reinforced 
granular base and sub-base layers separately and to obtain the moduli of the reinforced granular 
(sub-base and base) layers by applying suitable modification factors. The un-reinforced GSB 
modulus value estimated from equation 7.1 can be adjusted using appropriate LCR and MIF 
factors for obtaining the modulus value of the reinforced GSB. 

Poisson’s ratio of the granular sub-base may be taken as 0.35. 

7.3 Cementitious (Cement Treated) Sub-base (CTSB) Layer 

7.3.1 General 

The material used for cementitious (cement treated) sub-base may consist of soil, river bed 
materials, natural gravel aggregates, reclaimed concrete aggregates, crushed aggregates or 
soil aggregate mixture modified with different cementitious materials such as cement, lime, lime- 
flyash, commercially available stabilizers, etc. The recommended aggregate gradation[27] for 
the CTSB material is Grading IV of Table 400-1 of MoRTH Specifications. 

The terms, cementitious and cement treated’, are used interchangeably in these guidelines. 
If the CTSB material, which typically is a coarse/open graded material, is disturbed and shows 
signs of instability before the next layer is laid, the same may be restored by treating it with 
cement or bitumen emulsion. If soil stabilized with cementitious material is used as a sub-base, 

commercially available geo-composites can be used to serve as a drainage cum filter/separation 
layer. 

The recommended minimum thickness for CTSB layer is 200 mm. 

7.3.2 Mechanical properties of CTSB material 

The Elastic Modulus (E) of the CTSB material may be estimated from the Unconfined Compressive 
Strength (UCS) of the material. The cementitious sub-base (CTSB) should have a 7-day UCS of 
1.5 to 3.0 MPa as per IRC:SP:89[28]. Third point loading test flexural modulus of 28-day 
cured CTSB material can be estimated using equation 7.2[11]. 
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E 


CTSB 


= 1000 * ucs 


(7.2) 


Where, 

UCS = 28-day unconfined compressive strength (MPa) of the cementitious granular 
material. It should be ensured that the average laboratory strength value should 
be more than 1.5 times the required (design) field strength. 


E = Elastic modulus (MPa) of 28-day cured CTSB material 

For typical cement treated granular sub-base materials, the can vary from 2000 to 6000 
MPa. Since the sub-base acts as a platform for the construction vehicles carrying 30 to 35 
tonnes of construction material, low strength cemented sub-base would crack under the heavy 
construction traffic and a design value of 600 MPa is recommended for the analysis and design 
of pavements with CTSB layers. CTSB with grading IV of IRC:SP:89[28] having strength in th 
range 0 75-1 5 MPa is not recommended for major highways but it can be used for roads wi 
design traffic less than 10 msa. When the CTSB with UCS in the ^nge of 0.75 to T5 MPa is 
used its modulus value may be taken as 400 MPa as specified in IRC.SP.89 (Part ll)[2 ]. 


Poisson’s ratio value of CTSB layer may be taken as 0.25. 

The cemented sub-base shall be cured for a minimum of three days before the construction of 
the next layer. In case sufficient strength of cementitious sub-base is not achieved as Per the 
requirement of IRC;SP:89[28] in 3 days of curing, 7 days curing shall be done for sub-base 
before the construction of the upper layer can be started. 


8. BASES 


8.1 Unbound Base Layer 

The unbound base layer consists of wet mix macadam, water bound 
run macadam, reclaimed concrete, etc., conforming to MoRTH Specifications[23L Wet r^ix 
macadam may also consist of blast furnace slag mixed with crushed stone rneeting ‘he MoRTH 
Specifications. The thickness of the unbound granular layer shall not be less than 150 mrn 
except for the crack relief layer placed over cement treated base for which the thickness shall 

be 100 mm. 

When both sub-base and the base layers are made up of unbound granular layers, the composite 
resilient modulus of the granular base can be estimated using equation 7.1 taking as 

modulus of the combined (GSB + Granular base) granular layer in MPa, 'h' as the oom^ned 
thickness (mm) of the granular sub-base and base and M RsuppoRT effective modulu 

of the subgrade. 

For the granular base placed on CTSB layer, the resilient modulus may be taken as 300 MPa 
and 350 MPa for natural gravel and crushed rock respectively. 

Poisson’s ratio of granular bases and sub-bases may be taken as 0.35. 

As done in the case of granular sub-base, IRC:SP:59 recommends the adjustment of the un¬ 
reinforced granular base modulus using LCR or MIF factors. The modulus value of the un- 


reinforced granular base (which can then be adjusted using LCR or MIF factors for analyzing the 
pavement) may be estimated using equation 7.1 taking as the modulus of the granular 

base and Mp^gjjppQp..^ as the ‘effective modulus of the un-reinforced GSB’. The effective modulus of 
the un-reinforced sub-base can be estimated in the same manner in which the effective subgrade 
modulus is estimated. In this case, the two-layer system of (a) granular sub-base of selected 
thickness (whose modulus is estimated using equation 7.1) and (b) the subgrade with ‘effective’ 
modulus, is converted into an equivalent granular sub-base of infinite thickness whose effective 
modulus is to be determined by multiple trials. 

When both granular base and granular sub-base are reinforced, the modulus of the un-reinforced 
granular base can be estimated using Equation 7.1 taking Mp^p^p, as the modulus of the granular 
base and Mpg^pp^p.^ as the ‘effective modulus of the reinforced granular sub-base’ calculated as 
discussed in the previous section. In this case, the two-layer system of (a) reinforced granular 
sub-base of selected thickness (whose modulus value has been estimated by adjusting the 
unreinforced granular sub-base using LCR or MIF factors) and (b) effective subgrade is converted 
into an equivalent reinforced granular sub-base layer of infinite thickness whose modulus can be 
determined by multiple trials. 

8.2 Cementitious Bases (CTB) 

8.2.1 Cemented base layers consist of aggregates, reclaimed asphalt material, crushed 
slag, crushed concrete aggregates or soil-aggregate mixture stabilized with chemical stabilizers 
such as cement, lime, lime-fly ash or other commercially available stabilizers which can produce 
mix of requisite strength. Flexural strength of the cemented base is critical to the satisfactory 
performance of a bituminous pavement. Cementitious bases shall be prepared by plant mixing 
or by a mechanized in-situ mixing process. The aggregate gradation for CTB shall be as 
given in table 400-4 of MoRTFI Specifications[23]. The CTB material shall have a minimum 
Unconfined Compressive Strength (UCS) of 4.5 to 7 MPa as per IRC:SP:89 in 7/28 days. While 
the conventional cement stabilized material should attain this strength in seven days, granular 
materials and soil-aggregate mixture stabilized with lime, pozzolanic stabilizers, lime-fly ash 
etc., should meet the above strength requirement in 28 days since the strength gain in such 
materials is a slow process. As considered in the case of sub-bases, average laboratory strength 
values should be 1.5 times the required minimum (design) field strength. The cementitious base 
material must also meet the durability criteria given in Para 8.2.4. 

For the functional requirement, the thickness of cement treated bases shall not be less than 
100 mm. The procedure to be followed for the estimation of the thickness of the CTB layer 
required to cater to the construction traffic has been illustrated in Annex-ll. 

The elastic modulus of cementitious bases depends upon the quality of materials. Low grade 
aggregates such as moorum and kankar may give lower modulus at lower cement contents. 
Fine grained soil may require larger quantity of cementitious additive for higher strength and may 
develop wider cracks upon curing. Equation 7.2 may be used for estimating the elastic modulus 
of from the 28-day Unconfined Compressive Strength (UCS) of CTB material. 

Poisson’s ratio value of CTB material may be taken as 0.25. 

Strength of cementitious layers keeps on rising with time and an elastic modulus of 5000 MPa 
may be considered for analysis of pavements with CTB layers having 7/28 day unconfined 
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compression strength values ranging between 4.5 to 7 MPa. While the conventional cement 
treated layer should attain the above strength in 7 days, lime and lime-flyash stabilised granular 
materials and soils should achieve the strength in 28 days since the strength gain in such 
materials is slow (IRC:SP;89). 

Curing of cemented bases shall be done for a minimum period of seven days before the 
commencement of the construction of the next upper layer for achieving the required strength 
as described in IRC:SP:89i2^i and curing should start immediately by spraying bitumen emulsion/ 
wet jute mat or periodical mist spray of water without flooding or other methods. 

8.2.2 Flexural strength (modulus of rupture) of CTB material 

The modulus of rupture or flexural strength of the CTB material is required for carrying out 
fatigue damage analysis of the cement treated base. The values of modulus of rupture (MPa) for 
cementitious bases may be taken as 20 per cent of the 28-day DCS value (MPa)[12] subject to 
the following limiting (maximum) values: 

Cementitious stabilized aggregates -1.40 MPa 
Lime-flyash-soil - '1 -05 MPa 

Soil-cement - 0-70 MPa 

A relationship between DCS, Indirect Tensile Strength (ITS) and Flexural Strength, if developed 
for the materials being used in a project, will be useful for quality control since ITS is easy to 
determine on the cores taken from the field. Flexural Strength is approximately 1.5 times the ITS 
value for cement bound aggregates. 

8.2.3 While the minimum size of the sample of the beam for cement stabilized aggregate 
for flexure test should be 100 mm x 100 mm x 500 mm, the beam size for flexural tests for 
stabilized soil with hydraulic binders (cement, lime, lime-flyash and other commercially available 
cementitious binders) can be 50 mm x 50 mm x 250 mm to 75 mm x75 mm x 375 mm. Third point 
loading shall be applied at a rate of 1.25 mm per minute, which is the same as that used in the 

CBR test. 

8.2.4 Durability criteria 

The minimum quantity of cementitious material in the bound base layer should be such that in a 
wetting and drying test (BIS; 4332 Part-IV[29], the loss of weight of the stabilized material does 
not exceed 14 per cent after 12 cycles of wetting and drying. In cold and snow bound regions like 
Arunachal Pradesh, Jammu & Kashmir, Ladakh, Himachal Pradesh etc., durability should also 
be evaluated by freezing and thawing test and the loss of weight should be less than 14 per cent 
after 12 cycles as per BIS:4332 Part-IV. 

8.3 Crack Relief Layer 

In case of pavements with CTB, a crack relief layer, provided between the bituminous layer and 
the cementitious base, delays the reflection of crack from the CTB layer in to the bituminous 
layer. The crack relief layer may consist of dense graded crushed aggregates of 100 mm 
thickness conforming to MoRTH[23] Specifications for Wet Mix Macadam (WMM) or the Stress 
Absorbing Membrane Interlayer (SAMI) of elastomeric modified binder applied at the rate of 
10 - 12 kg/10 m2 covered with 0.1 m^ of 11.2 mm aggregates. For the pavement analysis, the 
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SAMI layer is not considered as a structural layer, i.e., it shall not be included in the pavement 
composition for pavement analysis. 

The resilient modulus of a well-graded granular layer depends upon the gradation and the 
confinement pressure to which it is subjected to under the application of wheel load. A typical 
value of 450 MPa[30,31] is used for the sandwiched aggregate layer for the analysis of pavement. 
The granular crack relief layer shall be compacted to 100% of the modified Proctor compaction 
maximum density. 

Poisson’s ratio of the granular crack relief layer may be taken as 0.35. 

8.4 Bitumen Emulsion/Foamed Bitumen Treated Reclaimed Asphalt Pavement 
(RAP) Base 

Reclaimed Asphalt Pavement (RAP) material with or without virgin aggregates, treated with 
foamed bitumen or bitumen emulsion can be used as the base layer. The minimum thickness of 
the emulsion/foam bitumen stabilised RAP layer shall be 100 mm. 

The resilient modulus of the material with bitumen emulsion (SS2)/foamed bitumen shall be 
taken as 800 MPa though values as high as 3000 MPa have also been achieved on tests 
conducted on 150 mm diameter specimens. VG30 bitumen is recommended for preparation of 
the foamed bitumen used for stabilizing the RAP/RAP-aggregate material. 

Indirect Tensile Strength of 102 mm diameter Marshall specimen of the bitumen emulsion/ 
foamed bitumen treated material determined as per ASTM:D 6931 [32] should have a minimum 
value of 100 kPa after soaking and 225 kPa in dry condition at a deformation rate of 50 mm/ 
minute at 25°C[33]. 

The recommended Poisson’s ratio is 0.35. 

9. BITUMINOUS LAYERS 

9.1 General 

A bituminous pavement generally consists of bituminous surfacing course and a bituminous 
base/binder course. For high traffic volume roads with a design traffic of more than 50 msa, (a) 
Stone Matrix Asphalt (SMA)[34], (b) Gap Graded Mix with Rubberized Bitumen (GGRB) [35] 
and (c) Bituminous Concrete (BC) with modified binders, are recommended for surfacing 
course for durable, ageing resistant and crack resistant surface courses. For the Stone Matrix 
Asphalt (SMA) mix (recommended for high traffic volume roads) also, use of modified binders is 
preferred as it is expected that mixes with modified binders will result in longer service life and 
will be more resistant to ageing. For roads (national highways as well as non-national highways) 
with design traffic in the range of 20 to 50 msa, and for national highways with less than 20 
msa design traffic, BC with VG40 bitumen can be used for the surface course in addition to the 
aforementioned mixes. For highly stressed areas or roads in high rainfall areas and junction 
locations, mastic asphalt mix can be used as an alternative surface course. 

For non-National Highway roads with less than 20 msa design traffic, besides SMA, GGRB 
and BC (with modified binders), the mixes recommended for surface course are Bituminous 
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Concrete, Semi Dense Bituminous Concrete (SDBC), Pre-Mix Carpet (PMC), Mix Seal Surfacing 
(MSS) and Surface Dressing (SD) with unmodified binders. The thin bituminous layers such as 
PC, MSS and SD shall not be considered as part of the bituminous layer for analysis of the 

pavement. 

Dense Bituminous Macadam (DBM) mix with VG40 binder and confirming to IRC and MoRTH 
Specifications, shall be the material used for base/binder courses for roads with 20 msa or more 
design traffic. Dense Bituminous Macadam (DBM)/Bituminous Macadam (BM) can be used as 
base/binder courses for roads with design traffic less than 20 msa. These guidelines recommend 
VG30/VG40 bitumen for design traffic less than 20 msa and VG40 bitumen for the DBM layers 
for design traffic of 20 msa or more. For expressways and national highways, even if the design 
traffic is less than 20 msa, VG40 or modified bitumen shall be used for surface course and VG40 

bitumen shall be used for the DBM. 

In view of the overlap in the viscosity ranges specified in 1S:73[36] for VG30 and VG40 bitumen, 
it is recommended that the VG40 bitumen used in the surface, binder and base bituminous 
courses shall have a minimum viscosity of 3600 Poise at 60X temperature to safeguard against 
rutting. For snow bound locations, softer binders such as VG10 may be used to limit thermal 
transverse cracking (especially if the maximum pavement temperature is less than 30°C). 

If the total thickness of the bituminous layers is less than 40 mm, VG30 bitumen may be used for 
the BC/SDBC layers even if VG40 bitumen may be more appropriate from pavement temperature 
consideration. Thin pavements will deflect more under the traffic loads and stiffer VG40 mixes 
may not have adequate flexibility to undergo such large deflections. The summary of bituminous 
mixes and binders recommended in the present guidelines is presented in Table 9.1. 


Table 9.1 Summary of Bituminous Layer Options Recommended in these Guidelines 


s. 

No. 

Traffic 

Level 

Surface course 

Base/Bind 

er Course 

Mix type 

Bitumen type 

Mix type 

Bitumen 

type 

1 

>50 

msa 

SMA 

Modified bitumen or VG40 

DBM 

VG40 

GGRB 

Crumb rubber modified 
bitumen 

BC 

With modified bitumen 

2 

20-50 

msa 

SMA 

Modified bitumen or VG40 

DBM 

VG40 

GGRB 

Crumb rubber modified 
bitumen 

BC 

Modified bitumen or VG40 

3 

<20 

msa^ 

BC/SDBC/PMC/MSS/ 
Surface Dressing (besides 
SMA, GGRB and BC with 

modified binders) 

---- 

VG40 or VG30 

DBM/BM 

VG40 or 
VG30 


Tor expressways and national highways, even if the design traffic is less than 20 msa, VG40 or modified 
bitumen shall be used for surface course and VG40 bitumen shall be used for the DBM 


Special cases: 

• Mastic Asphalt can also be used for roads in high rainfall areas and junction 
locations 

• BC/SDBC with VG30 is recommended if total bituminous layer requirement 
is less than 40 mm. 

• VG10 bitumen may be used in the snow bound locations. 

9.2 Resilient Modulus of Bituminous Mixes 

Resilient modulus of bituminous mixes depends upon the grade of binder, frequency/load 
application time, air voids, shape of aggregate, aggregate gradation, maximum size of the 
aggregate, bitumen content, etc. Indicative maximum values of the resilient moduli of different 
bituminous mixes with different binders are given in Table 9.2 for reference. 

The modulus values given in Table 9.2 are based on a number of laboratory tests conducted on 
bituminous mix specimens as perASTM:4123[37] upgraded nowtoASTM: D7369-09[38]. ASTM: 
D7369-09 essentially retains most of the features of ASTM 4123 but recommends that Poisson’s 
ratio also be measured. ASTM:4123 permits the use of assumed Poisson’s ratio values. These 
guidelines recommend measurement of the resilient modulus at a temperature of 35°C as per 
ASTM:4123[37] with an assumed Poisson’s ratio value of 0.35. A loading pulse of 0.1 second 
duration followed by a rest period of 0.9 second is adopted. Bituminous mixes undergo reduction 
in air void content, harden with time and the modulus value will increase due to ageing effect and 
the actual modulus values could be more than those given in Table 9.2. For the measurement 
of the resilient modulus of DBM, 150 mm diameter specimens should be used because of the 
larger size of aggregates used in the DBM mixes. 

The modulus value of bituminous mixes prepared with modified bitumen varies widely depending 
upon the modifier, duration of blending, quantity of admixtures and the extent of air blowing of 
the base bitumen. These mixes may have lower resilient modulus value than those of the mixes 
prepared with unmodified bitumen. The lower resilient modulus values of mixes with modified 
binders are due to the larger proportion of elastic/resilient deformation/strain possible with 
modified mixes. The smaller resilient modulus values do not necessarily indicate that modified 
binder mixes will have inferior performance compared to unmodified mixes. In fact, mixes with 
modified binders are, in general, expected to have better fatigue and rutting performance and 
durability compared to conventional mixes. 

As mentioned previously in these guidelines, all the bituminous layers in the pavement shall be 
considered as one layer in the analysis of the pavement and will be assigned the same elastic 
properties (elastic/resilient modulus and Poisson’s ratio). Considering the possibility that the 
resilient moduli of Stone Matrix Asphalt[34], GGRB[35] and BC mixes with modified binders will 
be less than those obtained for dense graded mixes (BC and DBM) prepared with unmodified 
binders such as VG40, and taking into consideration that these surface mixes are expected 
to give much better performance than the conventional dense graded mixes with unmodified 
binders, these guidelines recommend that the bituminous layer (combination of all the bituminous 
layers) shall be assigned the modulus value of the DBM mix (bottom DBM mix if two DBM layers 
are used) for analysis and design. 
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The design of pavement shall be carried out based on the actual values obtained with field 
designed DBM/BM mix subject to the maximum values indicated in Table 9.2 for the selected mix 
(DBM/BM mixes with selected unmodified binder) for an average annual pavement temperature 
of 35°C. For the climatic conditions prevailing in the plains of India, the Average Annual Pavement 
Temperature is expected to be close to 35°C. If the resilient modulus value of the specimens 
prepared using the field bottom (base) bituminous mix is more than the corresponding maximum 
value indicated in Table 9.2 for 35°C, the value given in the table shall be used for the analysis 
and design. 

Modified binders are not recommended for the DBM layers due to the concern about the 
recyclability of DBM layers with modified binders. 


Table 9.2 Indicative Values of Resilient Modulus (MPa) of Bituminous Mixes 


Mix type 

Average Annual Pavement 
Temperature °C 

20 

25 

30 

35 

40 

BC and DBM for VG10 bitumen 

2300 

2000 

1450 

1000 

800 

BC and DBM for VG30 bitumen 

3500 

3000 

2500 

2000 

1250 

BC and DBM for VG40 bitumen 

6000 

5000 

4000 

3000 

2000 

BC with Modified Bitumen (IRC:SP:53) 

5700 

3800 

2400 

1600 

1300 

BM with VG10 bitumen 

500 MPa at 35°C 

BM with VG30 bitumen 

700 MPa at 35°C 

RAP treated with 4 per cent bitumen emulsion/ 
foamed bitumen with 2-2.5 per cent residual bitumen 
and 1.0 per cent cementitious material. 

800 MPa at 35°C 


Note: For the purpose of the design 

a) Resilient modulus shall be measured at 35°C temperature as per ASTM 4123. 

For snowbound areas resilient modulus shall be measured at 20°C. The design 
modulus shall be the smaller of the measured modulus and the value indicated 
in the table. 

b) The same indicative maximum modulus values are recommended for BC 
(surface course) as well as DBM (binder/base course) with unmodified binders. 

c) The resilient modulus values for surfacing courses with modified bitumen shall 
be taken to be the same as the resilient modulus values indicated for DBM. 

The following empirical relationships (equations 9.1 and 9.2) between resilient modulus and 
indirect tensile strength test of different bituminous mixes and are recommended for arriving at 
a reasonable estimation of the resilient modulus value. The user agencies are encouraged to 
provide feedback for their further refinement. Also refer to Clause 14. 
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Resilient Modulus of 102 mm diameter specimens with elastomeric polymer modified binder 
mixes at 35°C 

M^= 1.1991 X ITS + 1170 (9.2) 

(R2= 0.89) 

Where, 


ITS = Indirect Tensile Strength in kPa, 

M^ = Resilient Modulus in MPa 

A Poisson’s ratio value of 0.35 is recommended for the bituminous layer for analysis of the 
pavement. 

The DBM layer may be constructed in a single layer or in two layers depending upon the design 
thickness requirement. When only one layer of DBM is used, DBM-1/DBM-2 (selected depending 
on the thickness of the layer) may be constructed with a suitable surface course. When the DBM 
is laid in two layers, the sequence of bituminous layers from the bottom to top is: DBM-1, DBM-2 
and a suitable surface course. 

For longer life of bituminous pavements, to avoid moisture induced distresses and for better 
bottom-up fatigue resistance, bitumen rich DBM bottom layer is recommended in these guidelines. 
The rich bottom mixes are typically designed to have more binder volume by selecting lower 
design air void content which yields more design binder content than normal. It is also a common 
practice to compact the rich bottom bituminous mixes to smaller in-place air voids. The increased 
compaction adopted for these mixes will result in mixes with good aggregate interlocking and 
will make the mixes stiffen The increased compaction will also reduce the mix rutting that might 
be produced in the mix by secondary compaction under traffic load stresses. In view of the 
increased binder requirement, the upper limit of the voids filled with the bitumen (VFB) criterion 
for such bottom rich mixes designed as per the following criteria, shall be 80%. 

For the single layer DBM, the recommended target air void content for mix design is 3.5%. The 
3.5% air void content and the corresponding volume of effective binder content shall be used for 
calculating the fatigue life using equations 3.3 and 3.4. It shall be compacted to 4.5% or lower 
air void content in the field. 

For the bottom DBM layer of two-layer DBM construction, the recommended target air void 
content for mix design of the bottom DBM layer is 3.0%. The 3.0% air void content and the 
corresponding volume of effective binder content shall be used for calculating the fatigue life 
using equations 3.3 and 3.4. The mix shall be compacted to an air void content of 4% or lower 
in the field. 

In case the parameters indicated above for rich bottom mixes are not achievable for any reason, 
the actual air void content achieved and the corresponding effective binder volume are to be 
used for estimation of fatigue life. 


Resilient Modulus of 150 mm diameter DBM specimens at 35° C 
M^= 11.088 X ITS-3015.80 

(R" = 0.68) 


The recommendations for mix design and field compaction of the other bituminous layers (upper 
DBM layer of a two-layer DBM system and surface layer) shall be as per the prevailing applicable 
guidelines. 
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w» » ..s, .0 «...e • “X 

effective binder content at which the is achieved ftor a g aggregates 

wide,, depending “ isrega.es “s 2^0 %. 

and the absorption of bitumen by aggregates. anoreoates can vary from 0.8% to 

percentage of bitumen ^ ® '^ust be comectly estimated as per Asphalt 

1.6% (by weight of aggregates). Hence ana 

Institute Mix Design, MS-2[10]. 

The minimum thicknesses of different traffi Jereeiing 

consideration. 

10. LONG-LIFE PAVEMENTS 

A pavement having a life of fifty years or longer is msa'ortore 

perpetual pavement. In the Indian context, f,^3 4, 7 ‘^ edition[39], if the 
may be designed Pf^nThTbitu^^ layer is less than 70 microstrain (considered 

i=Tdrrw,^~^ -—- •“ “ 

time. A design example is given in Annex-ll. 

11. PAVEMENT DESIGN PROCEDURE 

11,1 Steps involved in the Pavement Design 

1111 Selecting a trial composition 
,„s*c.„g,d.pa.— 

rutting, top-down cracking and to damages caused by exposure to environment. 

1112 Bituminous mix design and the mix resilient modulus 
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of applicable Specifications and these Guidelines. The right proportioning of the mix ingredients 
or the design mix should be arrived at by trials and testing. Where the resilient modulus is required 
to be tested in accordance with the procedures recommended in these Guidelines, the samples 
of the design mix should be appropriately tested as specified. Where the resilient modulus is 
required to be derived indirectly by using empirical equations given in these Guidelines or are to 
be adopted as per a certain recommended value, the modulus should be selected/determined 
accordingly and used for design subject to the compliance with the conditions specified in these 
Guidelines. In case the resilient modulus determined in this manner exceeds the limiting values 
specified in these Guidelines, the latter value has to be adopted. In case, it is less than the 
limiting value, the actual value should be adopted in the design. 

11.1.3 Selecting layer thickness 

The selection of trial thicknesses of various layers constituting the pavement should be based 
on the designers’ experience and subject to the minimum thicknesses recommended in these 
Guidelines and in other relevant Specifications (when there is no specific recommendation in 
these guidelines) from functional and constructability considerations. 

11.1.4 Structural analysis of the selected pavement structure 

This is to be done by running the IITPAVE software or any other linear elastic layer programme 
using as inputs the layer thicknesses, the layer moduli, the layer Poisson’s ratio values, the 
standard axle load of 80 kN distributed on four wheels (20 kN on each wheel), and a tyre pressure 
as 0.56 MPa. For carrying out fatigue damage analysis of cement treated bases, the axle load 
under consideration and a contact pressure of 0.80 MPa will be considered. The program will 
output the stresses, strains and deflections at selected critical locations in the pavement from 
which the values of critical mechanistic parameters can be identified for design. A soft copy of the 
IITPAVE software is attached as part of this document. Details about IITPAVE and instructions 
for its installation and use are given in Annex-1. Table 11.1 gives the details of different inputs to 
be considered for the analysis. 

11.1.5 Computing the allowable strains/stresses 

The allowable strains in the bituminous layer and subgrade for the selected design traffic are to 
be estimated using the fatigue and rutting performance (limiting strain) models given in these 
guidelines. The inputs to the models are the design period of pavement in terms of cumulative 
standard axles, the resilient modulus value of the bottom layer bituminous mix, and the volumetric 
proportions (air voids and effective binder) of the mix. For estimating the limiting tensile strain in 
the CTB layer, the elastic modulus of the CTB material is an input. 

11.1.6 Doing the iterations 

A few iterations may be required by changing the layer thicknesses until the strains computed by 
IITPAVE are less than the allowable strains derived from performance models. 

11.1.7 Check for cumuiative fatigue damage 

Where cementitious bases are used in the pavement, the cumulative fatigue damage analysis 
is required to be done as done in the case of rigid pavement design to make sure that the 
cumulative damage caused by the expected axle load spectrum does not exceed unity. 
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11.1.8 The minimum thicknesses, as specified in the guidelines, shall be provided to ensure 

intended functional requirement of the layer. 

11.2 The design procedures are explained through illustrative worked out design examples 
given in Annex-ll of this document. 

11 3 In the case of relatively low traffic volume roads, with design traffic not exceeding 
50 msa aid n sSons where investigations prior to design are not feasible on account of 
Siqencies a thic" catalogue is provided in these Guidelines to help the highway 
authorities’in expeditious project approval and procurement It needs to 
the design assumptions made in the preparation of the catalogues ^ ‘o >3® fu 
execution. In case there are deviations from these assumptions, the design should be revisite 
following the procedure explained in para 11.1 above. 

11.4 For design traffic lower than 2 msa, the recommendations of IRC;SP;72[5] may be 
used. 

11 5 The designer is expected to apply his/her judgment and experience in the choice of 
pavement materials and layer thickness as a number of options of pavements are suggested 

the guidelines. 

Table 11.1 Recommended Material Properties for Structural Layers 



Elastic/Resilient Modulus (MPa) 


Bituminous layer with VG40 or 


Modified Bitumen 


Bituminous layer with VG30 


Cement treated base 


Cold recycled base 


Granular interlayer 


Cement treated sub-base 


Unbound granular layers 


Unbound granular base over CTSB 


sub-base 


Subgrade 


Poisson’s 


Ratio 


3000 or tested value (whichever is less) 0.35 


2000 or tested value (whichever is less) 


5000 


450 


600 


Use Eq. 7.1 


300 for natural gravel 
350 for crushed aggregates 


Use Eq. 6.1 or 6.2 



12 PAVEMENT STRUCTURAL DESIGN CATALOUGES 

12 1 The pavement structural catalogues presented in these guidelines for design traffic 
levels up to 50 msa are intended for initial cost estimation and for guidance only. For all roads 
w^fmore than 2 msa design traffic, the design shall be carried out using site specific inputs 
to satisfy the mechanistic-empirical performance models given in these guidelines which may 
lulrelajsrof d^ trial pavement sections using IITPAVE software. The individual laye 
thicknesses shown in the catalogues are only for illustration and the actual optimal requirement 


34 


IRC:37-2018 

of layer thicknesses shall be evolved based on detailed analysis. Practical considerations and 
durability of the selected layers should always be kept in mind. 

12.2 Catalogues have been given for the following six categories of pavements: (a) 
bituminous surface course with granular base and sub-base (b) bituminous surface course with 
CTSB, CTB and granular crack relief layer (c) bituminous surface course with CTSB, CTB and 
SAMI (d) bituminous surface course with CTSB and emulsion/foam bitumen stabilised RAP/ 
virgin aggregate (e) bituminous surface course with GSB, CTB and granular crack relief layer 
and (f) bituminous surface course with CTSB and granular base course. 

12.3 The catalogues have been developed considering 80% reliability subgrade rutting 
and fatigue cracking performance models for design traffic up to 20 msa, and using 90% models 
for higher traffic levels. It may be noted that for expressways, national highways, state highways 
and urban roads, 90% reliability should be adopted irrespective of the design traffic. 

Resilient moduli of 2000 MPa (VG30 binder mix for BC as well as DBM) and 3000 MPa (VG40 
binder mix for BC as well as DBM) were considered for less than 20 msa and 20 to 50 msa 
categories respectively. It may be noted that, for expressways and national highways, even if 
the design traffic is less than 20 msa, VG40 bitumen shall be used for surface as well as DBM 
layers. 

In the absence of axle load spectrum data, in the development of the design catalogues, the CTB 
layer was checked only for one fatigue criterion given by equation 3.5. However, it is essential 
to check the CTB thickness with project specific axle load spectrum as mentioned in these 
guidelines. 

The values of RF factor used in Equation 3.5 are taken as 2 for design traffic less than 10 msa 
and as 1 for design traffic of 10 msa or more. 

The mix volumetric parameters used are: of 3.5% and of 11.5% and fatigue equation ‘C’ 
factor of 2.35 for pavement cases (2), (3) and (5) mentioned in 12.2. For (1), (4) and (6) pavement 
cases, for design traffic of 5, 10 and 20 msa, the V^, and ‘C” factor values considered are 
4.5%, 10.5% and 1.12 and for 20, 30, 40 and 50 msa, the values are 3.5%, 11.5% and 2.35 
respectively. 

Figs. 12.1 to 12.48 present the design catalogues developed for the six pavement composition 
types mentioned in section 12.2. The catalogues were developed based on the assumptions 
discussed in the above section. Example calculations for 10% effective subgrade CBR case are 
presented in Annex-Ill. Some of the thicknesses (especially those of bituminous layers) given 
in the thickness templates have been selected based on the minimum thickness requirement of 
bituminous layer for pavements with CTB base. 

A large number of pavement design options are possible for less than 50 msa design traffic with 
varying values of (a) design traffic (b) effective subgrade CBR (c) reliability (d) mix volumetric 
parameters and the corresponding ‘C’ factor (e) pavement composition (f) classification of highway 
and (g) binder used with the base (DBM/BM) mix. It must be noted that the catalogues are for the 
specific inputs considered for developing them. The designers or the user agencies are advised 
to get familiarized with the use of IITPAVE software (for which very detailed guidelines are given 
in Annex-1) so that pavements can be designed with any selected combination of inputs. 
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Fia 12 1 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base - Effective CBR 5 %(Plate.1) 
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Fia 12 3 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base - Effective CBR 7% (Plate-3) 
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Fig. 12.4 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base - Effective CBR 8% (Plate-4) 
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Fig. 12.5 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base - Effective CBR 9% (Plate-5) 



Fig. 12.6 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and sub-base - Effective CBR 10% (Plate-6) 
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Fig. 12.7 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base ■ Effective CBR 12% (Plate-7) 



Fig. 12.8 Catalogue for Pavement with Bituminous Surface Course with 
Granular Base and Sub-base - Effective CBR 15% (Plate-8) 



Fig. 12.9 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer - Effective CBR 5% (Plate-9) 
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Fig. 12.10 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer - Effective CBR 6% (Plate-10) 
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Fig. 12.11 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer - Effective CBR 7% (Plate-11) 
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Fig. 12.12 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer - Effective CBR 8% (Plate-12) 
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Fig. 12.13 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer ■ Effective CBR 9 k (Plate-13) 
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Fio 1214 Catalogue for Pavement with Bituminous Surface Course with 
CTSb! CTB and Gmnular Crack Relief Layer - Effective CBR 10% (Plate-14) 
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Fin 12 15 Cataloque for Pavement with Bituminous Surface Course with 
CtIb! cIb and Sanular Crack Relief Layer - Effective CBR 12% (Plate-15) 


40 


IRC:37-2018 


■ Surface course ■ Base/Binder course BAIL BCTB BCTSB 

r. snn - 


E 

B 

■“ /JQQ . 








40 







46 


40 


m 


60 

100 

60 

100 

60 

100 

K 

V 

B 

-- 300 - 


100 


100 


100 





H 


160 


100 


100 


160 


IDO 


lOD 


s 

> 

100 - 


200 


200 


200 


200 


200 


200 


0 - 









5 10 20 30 40 50 

Traffic in msa 


Fig. 12.16 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and Granular Crack Relief Layer - Effective CBR 15% (Plate-16) 



Fig. 12.17 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 5% (Plate-17) 


■ Surface course ■ Base/Binder course BCTB BCTSB 



Fig. 12.18 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 6% (Plate-18) 
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Fig. 12.19 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 7% (Plate-19) 



Fig. 12.20 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 8% (Plate-20) 
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Fig. 12.21 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 9% (Plate-21) 
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Fig. 12.22 Catalogue for Pavement v/ith Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 10% (Plate-22) 
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Fig. 12.23 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 12% (Plate-23) 



Figure 12.24 Catalogue for Pavement with Bituminous Surface Course with 
CTSB, CTB and SAMI - Effective CBR 15% (Plate-24) 
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Fig 12 25 Catalogue for Pavement with Bituminous Surface Course with 

CTSB and Emulsion/Foam Bitumen Stabilised RAP/Virgin Aggregate - Effective CBR 5% (Plate-25) 
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Fig 12 26 Catalogue for Pavement with Bituminous Surface Course with 

CTSB and Emulsion/Foam Bitumen Stabilised RAP/Virgin Aggregate - Effective CBR 6% (Plate-26) 
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Fig 12.27 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAP/Virgin Aggregate - Effective CBR 7% (Plate-27) 
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Fig. 12.28 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAPA/irgin Aggregate ■ Effective CBR 8% (Plate-28) 
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Fig. 12.29 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAPA/irgin Aggregate - Effective CBR 9% (Plate-29) 
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Fig. 12.30 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAPA/irgin Aggregate - Effective CBR 10% (Plate-30) 
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Fig. 12.31 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAPA/irgin Aggregate - Effective CBR 12% (Plate-31) 



Fig. 12.32 Cataiogue for Pavement with Bituminous Surface Course with 
CTSB and Emulsion/Foam Bitumen Stabilised RAPA/irgin Aggregate - Effective CBR 15% (Piate-32) 



Fig. 12.33 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 5% (Piate-33) 
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■ Surface course ■ Base/Binder course BAIL bCTB BGSB 



Traffic in msa 


Fig. 12.34 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 6% (Plate-34) 



Traffic in msa 


Fig. 12.35 Cataiogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 7% (Plate-35) 
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Fig. 12.36 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 8% (Plate-36) 
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Fig. 12.37 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 9% (Plate-37) 



Fig. 12.38 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 10% (Plate-38) 


■ Surface course ■ Base/Binder course BAIL BCTB BGSB 



Fig. 12.39 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 12% (Plate-39) 
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Fig. 12.40 Catalogue for Pavement with Bituminous Surface Course with 
GSB, CTB and Granular Crack Relief Layer - Effective CBR 15% (Plate-40) 
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Fig. 12.41 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 5% (Plate-41) 
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Fig. 12.42 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 6% (Plate-42) 
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Fig. 12.43 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 7% (Plate-43) 
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Fig. 12.44 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 8% (Plate-44) 
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Fig. 12.45 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 9% (Plate-45) 
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Fig. 12.46 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 10% (Plate-46) 



Fig. 12.47 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 12% (Plate-47) 



Fig. 12.48 Catalogue for Pavement with Bituminous Surface Course with 
CTSB and Granular Base Course - Effective CBR 15% (Plate-48) 
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13 DESIGN IN FROST AFFECTED AREAS 

13.1 In areas susceptible to frost action, the design will have to be related to the actual 
depth of penetration and severity of the frost. At the subgrade level, fine grained clayey and silty 
soils are more susceptible to ice formation, but freezing conditions could also develop within the 
pavement structure if water has a chance of ingress from above. 

13.2 One remedy against frost attack is to increase the depth of construction to correspond 
to the depth of frost penetration, but this may not always be economically practicable. As a 
general rule, it would not be advisable to provide total pavement thickness less than 450 mm 
even when the CBR value of the subgrade warrants a smaller thickness. In addition, the materials 
used for building up the crust should be frost resistant. 

13.3 Another precaution against frost attack is that water should not be allowed to collect at 
the subgrade level which may happen on account of infiltration through the pavement surface or 
verges or due to capillary rise from a high water table. Whereas capillary rise can be prevented 
by subsoil drainage measures and cut-offs, infiltrating surface water can be checked only by 
providing a suitable surfacing course and a subsurface drainage system. 


14 QUALITY CONTROL TESTS DURING CONSTRUCTION 

The recommendations contained in Clause 903 of Specifications of the Ministry of Road Transport 
and Highways for Road and Bridge Works[23], IRC;120[33], IRC:SP:89[28], IRC:SP:59[26] 
about different tests along with their frequencies for different types of specifications to ensure 
quality in the construction are to be followed. In addition, the following tests are also required for 
addressing the specifications/aspects not covered in the documents referred to above. 


S. No. 

Item of Construction 

Test 

Frequency 

1 

Bituminous 

construction 

Resilient modulus estimated 
from indirect tensile strength 
test on specimens prepared 
using field mix* 

Three specimens for each 
400 tonnes of mix subject to 
minimum 2 tests per day. 

2 

Cement treated/ 
stabilised base and 
sub-base 

Unconfined compressive 
strength 

Three specimens for each 
400 tonnes of mix subject to 
minimum 2 tests per day. 

3 

Cement treated/ 
stabilised base and 
sub-base 

Binder/cement content 

Three specimens for each 
400 tonnes of mix subject to 
minimum 2 tests per day. 

4 

Cement treated/ 
stabilised base and 
sub-base 

Flexural strength/indirect 
tensile strength test 

Three specimens for each 
400 tonnes of mix subject to 
minimum 2 tests per day. 


S. No. 

Item of Construction 

Test 

Frequency 

5 

Cement treated/ 
stabilised base and 
sub-base 

Soundness test 
(BIS 4332 Part IV) 

One specimen for each source 
and whenever there is change 
in the quality of aggregate 

6 

Cement treated/ 
stabilised base and 
sub-base 

Density of compacted layer 

One specimen of two tests per 
500 sq m. 

7 

Emulsion/Foam 

bitumen 

Indirect tensile strength test 

Three specimens for each 
400 tonnes of mix subject to 
minimum 2 tests per day. 

8 

Emulsion/Foam 

bitumen 

Density of compacted layer 

One specimen per 1000 sq m. 


In case, the estimated from the indirect tensile strength is less than 90% of the design value, 
the Mp, should be rechecked in accordance with ASTM 4123. 
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APPENDIX-A 


THE PRINCIPLES AND APPROACH FOLLOWED IN THESE GUIDELINES 
A.1 An Overview 

Highway pavements should be safe and serviceable. They should be capable of carrying the 
loads coming on it during their life period without unacceptable levels of failures. Unlike structures 
where the failure is usually followed by complete collapse, failure in pavements is not sudden 
but usually by gradual deterioration over time. At some stage in its life, when the deterioration 
renders it unserviceable to the users, the pavement is assumed as failed. Thus, safety criteria 
in pavement design are defined by serviceability thresholds (such as acceptable cracking 
and rutting), which, if breached, the design should be considered as unsafe and pavemen 

unserviceable. 

A.2 Cracking in Bituminous Layers 

Cracking in pavement can occur in three primary modes: (a) bottom up cracking, (b) top down 
cracking, and (c) low temperature cracking. 

A.2.1 Bottom up cracking 

A2 1 1 Cracks may initiate at the bottom of any bound layer due to fatigue phenomenon 
reducing the effective layer thickness causing the cracks to progress and move upwards vvith 
repeated application of traffic loads. When the whole layer cracks, the crack progresses into the 
upper layer and will eventually appear on the surface of the pavement as alligator cracks. Mixes 
should have adequate flexural tensile strength and should be sufficiently flexible at intermediate 
temperatures at which the traffic loads (except the very small proportion of traffic which is 
applied when the pavement has peak summer or peak winter temperatures) to resist fatigue 
cracking caused by repeated flexure under traffic loads. Stiffer mixes usually have larger flexura 
tensile strength compared to the softer ones. However, the higher stiffness is usually associated 
with more brittleness. The fatigue cracking in bituminous layers has been addressed in these 
guidelines using a performance model which gives limiting tensile strain value for a given design 

traffic level and for a selected mix. 

A.2.1.2 The fatigue cracking susceptibility of the bituminous layer can be reduced by controlling 
the flexural tensile strains at the bottom of the bituminous layer. This can be done by (i) providing 
a strong support from the underlying layers which reduces the deflection in the bituminous layer 
(ii) using stiffer bituminous mix which reduces the tensile strain in the material and (in) using a 
mix that is adequately elastic to recover from damage. 

A.2.1.3 A strong subgrade is essential for giving firm support to the upper pavement layers. 
The elastic modulus of the subgrade (required as input for analysis using linear elastic layered 
theory) is recommended to be estimated from its CBR value using the empirical equations 
qiven in the guidelines. When there is significant difference in the mechanical properties of the 
material used in the prepared subgrade compared to the material used in the embankment, it 
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is proposed to estimate an equivalent subgrade property (effective modulus) for use in design. 
These guidelines recommend the use of subgrades with a minimum effective CBR of 5% for 
roads with more than 450 commercial vehicles per day. These Guidelines also restricts the value 
of the effective modulus of the subgrade that can be used for design to a maximum value of 
100 MPa. 

A.2.1.4 Since determining the resilient (elastic) modulus of the granular material used in 
the sub-base and base layers requires sophisticated equipment and skill, it is proposed to 
estimate the modulus value of the granular layer from a widely used empirical equation for 
which the elastic modulus value of the supporting layer and the thickness of the granular 
layer are inputs. 

A.2.1.5 In situations where granular materials are placed over cementitious materials, e.g. 
granular base over cementitious sub-base and granular crack relief layer over cemented bases, 
the layer cannot be estimated directly using the same empirical equation as mentioned 
above. Though models are available in literature for estimating the modulus of granular layer 
based on the state of stress prevailing in the material, no such rigorous analysis is proposed 
in these guidelines for estimating the resilient modulus of the granular materials. A resilient 
modulus value of 450 MPa is proposed for the crack relief layer of WMM placed over CTB. In 
case of a granular base placed over cementitious sub-base (CTSB), the recommended values 
are 300 MPa and 350 MPa for natural gravel and crushed rock respectively. 

A.2.1.6 The modulus values of cemented materials are usually estimated from their 
Unconfined Compressive Strength (UCS) values (if the flexural modulus cannot be determined 
directly). The values estimated from the laboratory measured UCS are not adopted directly 
for analysis and design for two reasons, (i) these are laboratory values of the UCS tested 
on ‘un-cracked’ material samples while in the field, the material, if used in the sub-base, will 
start cracking immediately on application of the construction traffic and progressively loses 
its strength during construction as well as ‘in-service’ stages till it reaches the fully cracked 
terminal condition when it will behave more like a granular material rather than a rigid layer, 
(ii) higher the UCS wider will be the cracks, which have the chance of reflection into the 
overlying layer leading to an undesirable situation for pavement performance. Therefore, 
lower UCS materials are targeted to use in pavement layers. 

A.2.1.7 The design elastic modulus of cemented sub-base materials is capped at a relatively 
low value of 600 MPa because of the possibility of the layer getting cracked right from the 
start. As far as the cementitious bases are concerned, the design modulus is recommended as 
5000 MPa. These recommended values of modulus values are subject to the condition that the 
laboratory values of the UCS are within the ranges specified in these guidelines. 

A.2.1.8 Testing the durability of the cementitious base materials is compulsory. This is because 
the low UCS materials have small quantity of cement binder and there may be the likelihood of 
inadequate binding of the materials, especially if the proportion of fines in the materials is high. 
The loss of weight in the ‘wetting- drying’ or ‘freeze-thaw’ test as relevant will reveal whether the 

cemented material will be durable when subjected to moisture cycles and other adverse climatic 
conditions. 
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A.2.1.9 The cementitious bases have to be analysed for cumulative fatigue damage as 
recommended in these Guidelines. Fatigue performance models have been recommended in 
these guidelines for cemented bases. Flexural strength (modulus of rupture) of the CTB material 
is necessary for carrying out the cumulative fatigue damage analysis. The guidelines recommend 
that the flexural strength of the cement treated materials may be taken as 20 per cent of the UCS 
value. 

A.2.1.10 Where Reclaimed Asphalt Pavement (RAP) material (with or without addition of virgin 
aggregate), stabilised with foamed bitumen or emulsion is used as base, a conservative value 
of 800 MPa is recommended as the modulus value of the material for design provided the RAP 
mixes are designed and tested as per the procedure recommended in these Guidelines. 

A.2.1.11 The resilient moduli of bituminous mixes used in the surface and base/binder layers 
are important inputs affecting the distribution of stresses and strains in different layers of the 
pavement, rutting and top-down cracking resistance of the upper layers and bottom-up cracking 
of the lower bituminous layer. The resilient modulus of bituminous mix varies over a wide range 
depending upon the aggregate gradation selected and the grade of bitumen used besides other 
influencing conditions. The temperature for which the value should be considered for design 
is 35°C and the recommended test procedure is as in ASTM D4123. 

A.2.2 Top down cracking 

A.2.2.1 At the instance when the tyres come in contact with the road surface, they expand 
laterally and push the pavement surface at their edges. At the next instance when the tyre moves 
over, the laterally pushed surface should be elastic enough to pull itself back. If it is not, the 
surface will crack at the wheel edges along the longitudinal direction and the crack will propagate 
downwards from the surface. Another reason for top down cracking is the age hardening of 
bitumen. With age and exposure to sun light and Ultra Violet rays, the volatiles in bitumen 
are lost and the binder becomes hard and brittle, which significantly increases the cracking 
susceptibility of the material. 

yA.2.2.2 The objective of design for controlling top down cracking should be to use mixes 
that can accommodate more bitumen to have thicker films which reduce the rate of ageing, 
to minimize the effect of ageing by using ageing resistant modified binders in the surfacing 
course, to improve the visco-elastic properties of the binder by using binders that have better 
elastic recovery. These Guidelines recommend Stone Matrix Asphalt (SMA) and Gap Graded 
Rubberised Bitumen (GGRB) and Bituminous Concrete (BC) with modified binders, for high 
traffic (more than 50 msa) roads. In other cases, stiff grade binders or modified binders are 
considered suitable for surface course mixes. 

A.3 Rutting in Bituminous Pavements 

A.3.1 Rutting in pavement occurs in two ways: (a) Due to deformation in subgrade and 
other unbound layers (granular sub-base and base and (b) due to rutting in bituminous layer. 
The guidelines provide limiting strain criteria for controlling rutting in subgrade. Even through 
no separate criteria are included in the guidelines for rutting in the granular layers, controlling 
the vertical compressive strain on top of subgrade indirectly results in the control of strains in 
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he upper granular layers. Larger elastic strains in the subgrade and unbound granular layers 
(which are calculated by linear elastic layered theory) are generally expected to produce larger 
plastic strains. Thicker bituminous layers and stronger sub-bases/bases (such as CTSB and 
u IB) reduce the subgrade strains significantly. 

A.3.2 Even if the subgrade or unbound granular layers do not undergo rutting, the bituminous 
layers may do. This happens in various situations such as when the bituminous layers are not 
ini laly properly compacted and undergo large secondary compaction during their service life 
e binder used is of a softer grade, has less elasticity, high pavement temperatures and high 
wheel load stresses. It is necessary to use sufficiently stiffer mixes with binders that will have 
less plastic deformation at high temperatures and high stresses, especially in the upper iayers. 

t lower depths, the stresses as well as the temperatures will be less compared to the surface 
layers and thus the lower bituminous layers are less susceptible to rutting. 

A.4 Structural Analysis of Pavement 

A.4 1 These Guidelines continue to follow the Mechanistic-Empirical approach for pavement 
ana ysis as in its previous two versions. The stresses and strains in the pavement layers are 
analysed by the software IITPAVE, which requires inputs from users in terms of number of layers 
eir thicknesses and elastic moduli. Standard loading of 80 kN acting over four wheels (two dual 
wheel sets on each side of the axle) at 0.56 MPa uniform contact pressure is considered for the 
analysis. For evaluating the CTB bases, a contact pressure of 0.80 MPa shall be considered. 

A.4.2 The trial pavement composition and layer thicknesses are selected and the stresses 
an strains at the critical locations are computed by running the IITPAVE software. The 
perrnissible strains are obtained from the fatigue and rutting models, for a given design traffic 
(csa). If the computed strains are larger than those derived from the model (limiting strains) the 
IMs°'^'^°^'*'°" thicknesses are changed until the values come within the permissible 

A.5 Effect of Climate and Environment on Pavement Performance 

^ ^ ^ * 1 , ^ discussion so far has been on the response of the pavement to ioad repetitions 

and on the design of pavement to limit the cracking and rutting. Climate and environment are 
Other factors, which can affect the performance of pavements. 

entering the cracks from bottom (bottom up cracks), top (top down cracks) or 
sides (shoulders or medians) may strip the bitumen leading to loss of bond between aggregates 
and bitumen, and may reduce the strength of granular and subgrade layers. 

A.5.3 Binders age when exposed to environment and lose volatiles, harden, become brittle 
and then crack Thus, it is necessary to use an appropriate grade of bitumen, with modifications 
t required, in the surfacing layer to make it resistant to the oxidation of bitumen. 

A.5.4 At high temperatures, the binder and hence the mix becomes softer and is susceptible 
to rutting. At low temperatures, the mix is likely to become brittle and is susceptible to cracking 
Hence, binders that are less temperature susceptible and have adequate properties at high as 
well low service temperatures are expected to yield better performance. 
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A s The resilient modulus of bituminous layers is quite sensitive to temperature. At high 

temperatures, the modulus is low and at low bTSerosTsuitable 

temperature is important for understanding wh^h grade of binde^r 

the corresponding sir temperatures. 

T = r(T. - 0.00618Lat^ + 0.2289Lat + 42.2) (0.9545)] - 17.78 ( 

Where, = Pavement temperature (°C) at a depth of 20 mm 

Lat = Latitude of the place 

T = Average of maximum temperatures (°C) of seven days 

x°sis'‘rsoSbrtrcrn;;dtra^^^ 

temperature may reach around 70 C. 

:SS°J*r»S: ,hou,d b, us^d .ber. m. p— »mp..a,b,, i, ,>pdc.=d 

to rise above 60°C and the softer grades under low temperature conditions. 

A 6 Mix Design 

as IP DBM, F«da »■« *« ^Zs will b. spbisc.ed to pndor 

rf'loSrTria’tSoCtb. lay» PO" »<> b,incr.asipg Ibo pat cot ofbituman 

traffic loads. The fatigue lire or m y accommodate 

in the mix, but the dense grading ■ j „ hitumpn and less air voids in the DBM would 
more bitumen without reducing the air voi s. or surfacing at the edges of the wheel 

increase the fatigue life. Top down cracking s arts at the jarfac^ 9^^^33 ^,^ 3 , 

because the inf,adonpressum 

iti. The'b'der in the surfacing layer f 

betgeSl 1 t'°Th?srrfS ralso exposed to water damage by stripping or displacement of 
SSI, .« .nd tbsroforo. it should bo tooi.tant to water damage, 

A.6.2 Some considerations for design of bituminous mix for base iayer 

A h- h a<biiient modulus of DBM (typical base/binder course mix) should be targeted in the 
“sS, S 'nSparil to ml” ha.Iog tow or moderate resittent modulus .aloes, will 
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result in smaller tensile strain and less plastic strain under the same set of loading and hence 
will result in smaller DBM layer thicknesses. Thus, a higher resilient modulus mix will be more 
appropriate to resist both cracking (unless the mix becomes too brittle) and rutting. 

A high resilient modulus mix can be achieved by a strong granular skeleton of aggregates 
represented by their grading. DBM grading-l having higher maximum nominal size of 
aggregates will have a stronger aggregate structure compared to DBM Grading-ll of MoRTH. 
The choice between the two aggregate gradings, however, is also dependent upon the 
layer thickness, which should not be less than 2.5 times the maximum nominal size of the 
aggregate. 

The lower layer DBM mix has to be rich in bitumen and low in air voids. The lower layer DBM, 
subject to the thickness and nominal size limitations, should be in Grading-l. The larger size 
fractions of aggregates and lower surface area would enable more void space to accommodate 
additional quantity of bitumen and thicker coating of aggregate particles by bitumen. The 
likelihood of rutting of the layer is minimal for two reasons, first because the lower layer is 
subject to lower stresses as the intensity of the load decreases with depth, and secondly the 
maximum temperatures of the bottom bituminous layer will be significantly smaller compared 
to the maximum temperatures applicable for the surface layer. Also, the degree of secondary 
compaction in the bottom layer will be less due to the fact that the bottom layer will have more 
confining stresses than the upper layers. 

A part of the quantity of bitumen used in the mix is lost in the aggregate pores where the 
aggregates have porosity even though it is within permissible limits. This will reduce the effective 
quantity of bitumen in the mix, which might make the mix deficient in bitumen. It is necessary that 
the binder quantity lost due to absorption by aggregates should be carefully estimated during the 
mix design process. 

Ingress of water into the DBM layer from shoulder and median needs to be prevented by taking 
adequate measures so that stripping and loss of bond between aggregates and Bitumen does 
not happen. 

A.6.3 Some considerations for design of bituminous mixes for surfacing layer 

Surfacing layer should have good elastic recovery property, which means that the binder should 
have less plastic deformation at higher temperatures. The surfacing layer should have adequate 
binder to make it durable. Selecting surface mixes in which more binder can be used has three 
main advantages; first, it will provide better bonding of aggregate and binder; second, on exposure 
to atmosphere it will resist the effects of oxidation and ageing, (with the resulting reduction in the 
top-down cracking susceptibility) and third, resistance to moisture damage. 

For accommodating more binder, the aggregates should have more void space to accommodate 
the additional binder. This is somewhat difficult if the grading is a dense one as used in BC. The 
grading has to be opened up while retaining the granular load bearing skeleton that gives strength. 
Stone Matrix Asphalt (SMA) and Gap-Graded Rubberised Bitumen (GGRB) are examples of 
such mixes. These Guidelines strongly recommend SMA and GGRB as surfacing layers and BC 
with modified binders on all important roads having design traffic more than 50 msa. 
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A.7 Tests and Design Documentation 

A.7.1 Design has to be based on a number of tests conducted in accordance with the 
procedures indicated in the main document at the appropriate places. The tests on works 
and their frequencies are enumerated in Section 14. The designer has to plan all the required 
tests at different points of time such as when selecting material sources, at the time of delivery 
of materials, before using the material for preparation of specimens, at the time of testing of 
specimens: and at different places such as at the supplier’s premises, in the laboratory, in the 
stock yards/storage tanks, in the mixing plants, in the field, etc. 

A.7.2 After material sources are selected, the designer needs to make sure that the 
supply from the source will be available for the entire project, otherwise the design has to be 
changed with change in material source. Conformity of all the material ingredients to the relevant 
specifications and the procedures to these Guidelines need to be ensured. 

A.7.3 A design documentation comprising the complete design including the drawings, 
sketches, plans, assumptions made, if any, time and location referenced test results that the 
design is based on has to be prepared and made available to the Project Authority for monitoring 
the performance of the designed pavement over time. 

A.8 Performance Monitoring 

These Guidelines strongly recommend that the Project Authorities monitor over time the 
performance of the designed pavement as laid in the field to validate the adopted design and to 
further refine the models and the procedures used in the design. This should be done by 

i) Measuring a set of pavement performance parameters: surface irregularity, 
rutting, alligator cracking, top down cracking. 

ii) Observing other kinds of distresses: age hardening, raveling, potholes, bleeding, 
etc. 

iii) Investigating the distresses observed, if any; core samples of distressed portions. 

iv) Gathering the air and pavement temperature data. 
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ANNEX-I 


1.1 


Salient Features of IITPAVE 


system^ Th^'^r^ developed for the analysis of linear eiastic layered pavement 

y em. The stresses, strains and deflections caused at different iocations in a oavement 
y a uniformiy distributed single load applied over a circular contact area at the s^urface of 
e pavement can be computed using this software. The effect of additionai loads (which 
should also be uniformly distributed ioads over circuiar contact areas) was considered using 
superposi ion principle. The single vertical load applied at the surface is described in terms 

OR fL Wh2 H intact pressure 

are the load inputs. The pavement inputs required are the elastic properties (elasticLsilient 
moduli and Poisson s ratio values of all the pavement layers) and the thicknesses of aii the 
layers (exciuding subgrade). liTPAVE software, in its current version, can Te used to L1lv2 
pavements with a maximum of ten iayers including the subgrade. If the number of layers in 
the pavement is more than ten, different layers of similar nature (eg. granrarbluminoul 

the prog^m Thus^Si lo^f °T followed in 

he ^ogrargjhus, the location of any element in the pavement is defined by (a) depth of the 
location of the element from the surface of the pavement and (b) the radial distance of the 

area oJorwHoadT. 


Forinstaliingthesoftware,copythelRC_37JITPAVEfoldersuppliedaiongwiththesequidelines 

into your system and install Java (if not already installed in your computer) by dickim on 


Using IITPAVE for Analysis of Flexible Pavements 


The following steps may be followed for analyzing flexible pavements using IITPAVE 

(a) Open IRC_37_IITPAVE folder. 

(b) Double-click on IITPAVE_EX.exe file in the IRC_37_IITPAVE folder. IITPAVE 
start screen will appear as shown in Fig. 1 . 1 . 
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Fig. 1.1 Screenshot of IITPAVE start screen 

(c) Click on Design New Pavement Section to give inputs for the analysis of the 
selected pavement section. 

(d) The inputs to be entered are: 

(i) Number of pavement layers including subgrade (if all the bituminous 
layers are taken as one bituminous layer and all the granular layers are 
taken as one layer, then the number of layers is 3 (bituminous layer, 
granular layer and subgrade). 

(ii) Resilient modulus/Elastic modulus values of all the layers in MPa 

(iii) Poisson’s ratio values of all the layers 

(iv) Thicknesses (in mm) of all the layers except subgrade. 

(e) Single wheel load: For the purpose of calculation of critical strains such as 
vertical compressive strain on top of subgrade, horizontal tensile strain at the 
bottom of bituminous layer and horizontal tensile strain at the bottom of cement 
treated layers, since the analysis is done for a standard axle of 80 kN, a single 
wheel load of 20000 (N) is given as input. For carrying out cumulative fatigue 
damage analysis of CTB layers, the tensile stress/strain at the bottom of the CTB 
layer has to be calculated for different axle loads. For this, the IITPAVE will be 
run with different single wheel loads corresponding to the axle load considered. 
For example, if tensile stress due to a single axle load (with dual wheels) of 
100 kN is to be calculated, a single wheel load of 25,000 (N) is given as input. 
For estimating the effective subgrade strength as per para 6.4 of the guidelines, 
select a single wheel load of 40,000 (N). 
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(f) Tyre (contact) pressure: For calculation of the vertical compressive strain on 
top of the subgrade and the horizontal tensile strain at the bottom of bituminous 
layer, a contact pressure of 0.56 MPa is considered. For analyzing the tensile 
strain or tensile stress at the bottom of the CTB base for carrying out fatigue 
damage analysis of CTB bases using equations 3.5 to 3.7, the contact pressure 
suggested is 0.80 MPa. The bituminous layer bottom-up fatigue cracking and 
subgrade rutting performance models have been developed/calibrated with the 
strains calculated with standard axle (80 kN) loading and a contact pressure of 
0.56 MPa and hence, these inputs should not be changed. 

(g) The number of locations in the pavement at which stress/strain/deflection has 
to be computed. This input can be entered through a drop down menu. 

(h) For the locations selected for the analysis, the values of depth (mm) from the 
pavement surface and the radial distance (mm) from the centre of the wheel 
load contact area are to be given. 

(i) IITPAVE Software provides the option to carryout analysis for a single wheel 
load or for a dual wheel load set (two wheels at a centre to centre spacing 
of 310 mm) by selecting 1 or 2 respectively from the drop down menu next 
to ‘meel Set”. For design of pavements, select “Dual Wheel set” option. For 
estimating the effective subgrade strength as per the procedure given in para 
6.4, select single wheel. 

Fig. 1.2 shows an abridged screenshot of the input page of IITPAVE 


No of Layers [3 ^ ] 


HOME 


Layer: l Bastic Modulus(MPa) |3000 
Layer: 2 Bastic Moduiijs(MPa} j450 
Layer: 3 Bastic Modulus(MPa) }75 


Poissoo'sRabo lo.35 ~1 T>«*ness(fwn) [1^ 

Poisson’s Ratio |o.35 j n»ckness(inm) fiop' 

Poisson's Ratio |o.35 [ 


WheelLoad(Newton) |20000 | Tyre Pressire(MPa) jo.56 

Analysis Points [4 ^ J 


Point: 1 Depth(n«n): li40 
Point:2 Depth(mm): |l40 
Point: 3 Oepth(mfn); |640 


Point: 4 Depth(mm): 640 


Radial Distance(mm}: jo 
Raduri Distance(mm): [i55 
Radial Distance(mni): |o 


Radal Distance(min): |l55 


Wheel Set 


p_— (1-Sngle wheel 

ii-lJ 2-DualwheeO 


Submit 


Reset 


Fig. 1.2 Abridged Screenshot of Input Page of IITPAVE 
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(j) Inputs can also be given through an input file. The name of the input file can be 
selected by clicking on ‘Edit Existing File’ option which appears on the IITPAVE 
Start Screen. 

(k) After all the inputs are entered, submit them by Clicking on “Submit”. To change 
the data submitted, use “Reset” option 

(l) After successfully submitting the inputs use the “RUN” options which will appear 
next to “Reset” after the inputs are submitted 


(m) Fig. 1.3 shows the screenshot of the output page showing the output for the input 
data appearing in the screenshot of the input page given under Fig. I.2. 



Ko. of layers 3 


E values (MPa) 3000.00 450.00 75.00 

Mu values 0.350.350.35 

chic)cnesses (unm) 140.00 500.00 

single wheel load (M) 20000.00 

eyre pressure (MPa) 0.56 

Dual Wheel 

Z P SlgmaZ SignaT SignaR TaoRZ DispZ epZ epT epR 

140.00 0.00-0.1572E+00 0.4536E+00 0.3533E+00-0.1938E-01 0.2842E+00-0.1465E-03 0.1283E-03 0.8320E-04 

140.OOL 0.00-0.1572E+00-0.3906E>02-0.1894E-01-0.1938E-01 0.2842E+00-0.3315E-03 0.1283E-03 0.8320E-04 
140.00 155.00-0.126SE+00 0.3S94E+00 0.8334E-01-0.7727E-01 0.2888E+00-0.9383E-04 0.1249E-03 0.6056E-06 

140.OOL 155.00-0.1265E+00-0.3987E-02-0.4540E-01-0.7727E-01 0.2888E+00-0.2427E-03 0.1249E-03 0.6070E-06 
640.00 0.00-0.1373E-01 0.4499E-01 0.4036E-01-0.2074E-02 0.2125E+00-0.9690E-04 0.7926E-04 0.6538E-04 

640.OOL 0.00-0.1373E-01 0.1335E-02 0.5675E-03-0.2074E-02 0.2125E+00-0.1920E-03 0.7923E-04 0.6542E-04 

640.00 155.00-0.1458E-01 0.4763E-01 0.4491E-01-0.2641E-02 0.2166E+00-0.1044E-03 0.8225E-04 0.7410E-04 

640.OOL 155.00-0.1458E-01 0.1396E-02 0.9436E-03-0.2639E-02 0.2166E+00-0.2053E-03 0.8225E-04 0.7410E-04 



Fig. 1.3 Abridged screenshot of the output page 

The output screen displays options for the mode of output to be viewed either through “Open 
file editor” or “view here”. Once either of the options is chosen the output page reports all the 
input data and gives the computed values of identified stresses, strains and deflections for the 
locations (represented by the depth (Z) of the location measured from pavement surface, and 
the radial distance (R) of the location measured from the centre of the circular contact area of 
the load) selected. The mechanistic parameters reported in the output page are: vertical stress 
(SigmaZ), tangential stress (SigmaT), radial stress (SigmaR), shear stress (TaoRZ), vertical 
deflection (DispZ), vertical strain (epz), horizontal tangential strain (epT), and horizontal radial 
strain (epR) 

For locations on the interface of two layers, the analysis will be done twice: (a) assuming the 
elastic properties (elastic modulus and Poisson’s ratio) of the layer above the interface and then 
(b) with the elastic properties of the layer below. The second set of results, for the layer below the 
interface, are identified in the output by the suffix “L” appearing after the depth (Z) value. 
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For the results of pavement analysis presented in the screen shot of the output page the critical 

Sr^iJr^lh^h^T®‘®'’ ‘angential and radial 

lavor Lh f T . bituminous layer (layer above the interface between bituminous 
yer and granuiar layer) computed at two radial distances of ‘0’ and ‘155’. Thus horizontal 
ensile strain (s,) will be taken as 0.0001283 (0.1283*10-3) which is the maximum out of the 
four strain values (tangential and radial at ‘0’ and ‘155’ mm radial distances) i.e. 0 0001283 
0.0001249 0^00008320 and 0.00006056 (shown in rectangular boxes). Note that the values 
have been taken from the upper line of the two sets of results reported for the interface between 
the bituminous layer and granular layer (at a depth of 140 mm). Similarly, for this pavement 
vertica compressive strain (s,) will be taken from the results corresponding to the lower line (with 
L of the two sets of results available for the interface between granular layer and subgrade 
Thus, the vertical compressive strain {tj value of 0.0002053 (0.2053*10-3) which is the larger 
of the two strain values obtained for the interface between the subgrade and the granular layer 

boxes')'^ 0-0002053 and 0.000193 (shown in rectangular 

Positive stresses and strains are “tensile” whereas Negative stresses and strains are 

Compressive . Only the absolijte values without the (+) or (-) sign will be used in the performance 
models given by equations 3.1 to 3.6. 
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ANNEX-il 


WORKED OUT EXAMPLES FOR PAVEMENT DESIGN 
11.1 Estimation of Effective Subgrade Modulus/CBR 

Problem: If the CBR of the soil used in the upper 500 mm of embankment is 8% and the CBR of 
the borrow soil used for preparing the 500 mm thick compacted subgrade above embankment is 
20%, what is the effective subgrade Modulus/CBR for design of flexible pavement? 

Solution: 

Elastic modulus of the prepared (upper 500 mm) embankment soil = 17.6*(8)°®'^ = 66.6 MPa 

Elastic modulus of the select borrow material = 17.6*(20)°®'^ = 119.7 MPa 

Consider a two-layer elastic system consisting of 500 mm of select borrow soil of modulus 
119.7 MPa and the semi-infinite embankment soil of modulus 66.6 MPa as shown in Fig. 11.1. 

, Load = 40,000 N 

_r u Contact Pre ssure = 0.56 MPa 

Al 

119.7 MPa j 500 mm 

Semi-infinite 
layer 

Fig. 11.1 Two-Layer Pavement System with Subgrade and Embankment 

Consider the Poisson’s ratio value of both the layers to be 0.35. Apply a single load of 40,000 N 
at a contact pressure of 0.56 MPa. Radius of circular contact area for this load and contact 
pressure = 150.8 mm. Calculate surface deflection at the centre of the load (Point A in Fig. 11.1) 
using IIPAVE (no of layers = 2; elastic moduli of 119.7 MPa and 66.6 MPa; Poisson’s ratio of 0.35 
for both the layers; thickness of 500 mm for upper layer; single wheel load of 40000 N, analysis 
points = 1; Depth = 0 mm; Radial distance = 0 mm. For this input data, surface deflection = 1.41 
mm from IITPAVE. 

For an equivalent single layer system, the modulus value of the single layer which will produce 
the same surface deflection of 1.41 mm for the same load and for a Poisson’s ratio of 0.35 

= [2(1-p2)pa]/6 

= [2(1-0.352)*0.56*150.8]/1.41=105.10 MPa 

As per these design guidelines, the effective modulus value will be limited to 100 MPa for design 
purpose. The corresponding CBR (using equation 6.3) is 15.82 % for 105.1 MPa. Fora restricted 
modulus value of 100 MPa, the corresponding effective CBR can be reported as 15.1 %. The 
equivalent single layer subgrade which gave the same surface deflection as that given by the 
two-layer system is shown in Fig. 11.2. 
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Load = 40,000 N 
Contact Pressure = 0.56 MPa 

Semi-infinite 
layer 

Fig. 11.2 Equivalent (effective) Subgrade System 
11.2 Design Example to check the Adequacy of Granular Sub-base Thickness 

rffSirCB?o[?oTa foundation having an 
ettective CBR of 5 /o to carry construction material required for construction of WMM layer over 

Solution; 

• Effective Subgrade CBR = 5 %. Hence, resilient modulus of subgrade may be 

taken as 50 MPa (10X5 = 50 MPa) ^ 

Select a trial thickness of 150 mm for the granular sub-base 

repetitions of dumpers will be required for laying 250 mm thick 
WMM layer over a single lane of length 2.0 km stretch 

Assume that the load on the rear tandem axle of the dumper is 240 kN and that 
on the front axle is 80 kN. 

Consider the 240 kN tandem axle as two 120 kN single axles 

• Thus, the VDF of a dumper = 2x{120/S0y + (80/65)^ =12.41 

Total standard axle load repetitions = 200 x 12.41 = 2483. Design construction 

traffic to be considered is the traffic thus estimated or 10,000 standard axles 
whichever is more 

Allowable vertical subgrade strain for 10000 repetitions of SA = 2433 x 10-® 
(=0.002433) 

Computed (using IITPAVE) vertical subgrade strain for a standard axle for the 
Ln°»' (subgrade and granular sub-base) with Subgrade modulus = 

50 MPa, granular sub-base modulus = 0.2*((150)»«)*50 = 95 MPa and Poisson’s 
ratio of 0.35 for both layers, is 4324 x 10 ® > 2433 x 10 ® 

Hence, the thickness of 150 mm GSB is deficient. Increase the thickness to 
250 mm 

Mr of the GSB = 119 MPa (using Equation 7.1) 

• The computed vertical subgrade strain= 2179 x 10'^ (shown In the box in 

Fig. 11.3) < 2433 x 10-® hence safe (Fig. 11.3 shows the IITPAVE output for this 
analysis). 
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No. of layers 2 


E values (MPa) 95.00 50.00 

Mu values 0.350.35 

thicknesses (mm) 250.00 

single wheel load (N) 20000.00 

tyre pressure (MPa) 0.56 

Dual Wheel 


2 R SigmaZ SigmaT SigmaR TaoRZ 

250.00 0.00-0.1190E+00 0.6432E-01 0.3523E-01-0.1706E-01 

250.OOL 0.00-0.1190E+00 0.3487E-02-0.1182E-01-0.1706E-01 

250.00 155.00-0.1155E+00 0.6341E-01 0.1283E-01-0.5813E-01 

250.OOL 155.00-0.1155E+00 0.3899E-02-0.2272E-01-0.5813E-01 


DispZ epZ 

0.1005E+01-0.1620E-02 
0.1005E+01-0.2322E-02 
0.1056E+01-0.1497E-02 
0.1056E+01-0.2179E-02 


epT epR 


0.9858E-03 

0.9858E-03 

0.1046E-02 

0.1046E-02 


0.5725E-03 

0.5725E-03 

0.3271E-03 

0.3271E-03 


Fig. 11.3 Screenshot of IITPAVE for example 11.2 
11.3 Design of Bituminous Pavement with Granular Base and Sub-base 


Problem: Design a bituminous pavement with granular base and sub-base layers using the 
following input data 


(i) Four lane divided carriageway 


(ii) 

(iii) 

(iv) 
(V) 
(Vi) 

(vii) 


Solution: 


(i) 

(ii) 


(iv) 


(V) 


Initial traffic in the year of completion of construction = 5000 cvpd (two-way) 
Traffic growth rate per annum = 6.0 per cent 
Design life period = 20 years 


Vehicle damage factor = 5.2 (taken to be the same for both directions) 

Effective CBR of subgrade estimated as per the procedure given in example 11.1 
= 7% 


Marshall mix design carried out on the bituminous mix to be used in the bottom 
bituminous layer (DBM) for an air void content of 3 % resulted in an effective 
bitumen content (by volume) of 11.5 % 


Lateral Distribution factor = 0.75 (for each direction) 

Initial directional traffic = 2500 CVPD (assuming 50 per cent in each 

direction) 

Vehicle Damage Factor (VDF) = 5.2 


Cumulative number of standard axles to be catered for in the design 


2500 X 365 X ((1 + 0.06)2o - 1) 
^ ” 006 

Effective CBR of subgrade 


X 0.75 X 5.2 = 131 msa 
= 7% 
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fnnSp!, Subgrade = 17.6(7.0)°“ = 62 MPa (less than 

100 MPa, the upper limit) 

(vii) Since the design traffic is more than 50 msa, provide a SMA/GGRB or BC with 
modified bitumen surface course and DBM binder/base layer with VG40 with 

viscosity more than 3600 Poise (at BO^C) 

(viii) Select a trial section with 190 mm total bituminous iayer (provide 40 mm thick 
surface layer, 70 mm thick DBM-II, 80 mm thick bottom rich DBM-I)- 250 mm 

hick granu ar base (WMM) and 230 mm thick granular sub-base (GSB). Total 
thickness of granular layer = 480 mm 

(ix) Resilient modulus of the granular layer = 0.2 x (480)°62 = 200 MPa 

(X) Use 90 % reliability performance models for subgrade rutting and bituminous 
layer cracking (design traffic > 20 msa) 

and tor 90 /o reliability (using equation 3.2) = 0.000301 (0.301 X 10 °°) 

(xii) Allowabie horizontal tensile strain at the bottom of bituminous layer for a design 

SI, J »' ^ “0 bS" 

MmLer /nRM iw bottom 

DBM layer (DBM-I) (using Equation 3.4) = 0.000150 (0.150 X 10-°°) 

(xiii) Analyse the pavement using IITPAVE with the following inputs (elastic moduli- 
3000 MPa, 200 MPa, 62 MPa, Pois«.„-s 0^3?,S.n L Si 

layers Jayer thicknesses of 190 mm and 480 mm). Computed Horizontal tensile 
Strain - 0.000146 < 0.000150. Flence OK 

HeIX'oK = 0-000243 < allowable strain of 0.000301. 

(XV) A screenshot of the IITPAVE output generated for this problem is given as 11.4. 



No. of layers 3 


E values (MPa) 3000.00 200.00 62.00 

Mu values 0.350.350.35 

thicknesses (nsm) 190.00 680.00 

singile wheel load (N) 20000.00 

tyre pressure (MPa) o.56 

Dual Wheel 

* SigroaZ SigmaT SigmaR TaoRZ OisoZ mny « 

190.00 155.00-0.6920C-01 0.5315Loo ®-”<0'*00-0-3«3E-03 0,H0ft-03 0.927fE-06 

190.OOL 155.00-0.6919E-01 0.6577E-03-o'i224E-Oi'o'3037e'oi 0,H5fE-03 0.5875E-06 

670.00 0.00-0.1373E.01 0.2W«-« TiLJeIoiIo0.1658E-03 0.M75E-06 

670.OOL 0.00-0.1373E-01 0.1156E-02 0 5766E-0S-0 1886E 02 Q 0,930IE-06 0.8008E-06 

<70.00 Ks.oo-o.mst-oi O.JIJW-OI 0 20001 01 o'jjt.. :! ®-S«’e*00-0.2Jl2E-OJ 0.»2»ll-0< 0.*02»l.0< 

<7o.oot 2„,oo.o.»,2E.o2 o.2„.E.o2 o;..,«.o,:o;22,«:,2 o,i::<ti:;2‘,«':« 


Fig. 11.4 Screen shot of IITPAVE out for example 11.3 
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II. 4 Illustration of computation of Cumulative Fatigue Damage in Cement Treated 
Base (CTB) Layer 

Problem: Compute the cumulative fatigue damage in CTB layer for the following combination of 
pavement constructed over a subgrade having 7 % effective CBR. 

(i) 250 mm cement treated granular sub-base (CTSB) 

(ii) 120 mm cement treated base (CTB) 

(iii) 100 mm granular crack relief layer 

(iv) 100 mm bituminous layer 

(v) Flexural strength of cemented treated base = 1.4 MPa 

Use the following axle load spectrum data which shows the expected (during the design period) 
repetitions of different categories of axle (single, tandem and tridem) with different axle load 


ranges. 

Also check the CTB layer for construction traffic 


Single Axle Loads 

Tandem Axle Loads 

Tridem Ax 

le Loads 

Axle Load 
Class (kN) 

Expected 

Repetitions 

Axle Load 
Class (kN) 

Expected 

Repetitions 

Axle Load 
Class (kN) 

Expected 

Repetitions 

185-195 

70000 

390-410 

200000 

585-615 

35000 

175-185 

90000 

370-390 

230000 

555-585 

40000 

165-175 

92000 

350-370 

240000 

525-555 

40000 

155-165 

300000 

330-350 

235000 

495-525 

45000 

145-155 

280000 

310-330 

225000 

465-495 

43000 

135-145 

650000 

290-310 

475000 

435-465 

110000 

125-135 

600000 

270-290 

450000 


100000 

115-125 

1340000 

250-270 

1435000 

375-405 

330000 

105-115 

1300000 

230-250 

1250000 

345-375 

300000 

95-105 

1500000 

210-230 

1185000 

315-345 

275000 

85-95 

1350000 

190-210 

1000000 

285-315 

260000 

<85 

3700000 

170-190 

800000 

255-285 

180000 



<170 

3200000 

<255 

_ 

720000 
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Solution: 

(i) Elastic Moduli values: Bituminous layer = 3000 MPa; granular crack relief layer 
= 450 MPa; CTB layer = 5000 MPa; CTSB = 600 MPa; subgrade = 62 MPa 
(effective CBR of 7 %) 

(ii) Poisson’s ratio values: Bituminous, crack relief layer and subqrade = 0.35; CTSB 
and CTB = 0.25 

Note: This example has been given only to illustrate the procedure for computation of Cumulative 
fatigue damage in Cement treated base. For complete design, the pavement has to be checked 
for limiting strains for subgrade rutting, bituminous layer fatigue cracking and CTB cracking as 
per the methodology given in example 11.2. The bottom tensile strain CTB layer also shall be 
calculated for a standard axle load of 80 kN and tyre contact pressure of 0.80 MPa. 

(a) Cumulative fatigue damage analysis for Single Axles 

Modulus of Rupture (flexural strength) of the cementitious base = 1.4 MPa; 

Stress Ratio = Tensile stress at the bottom of the CTB due to the applied load/Modulus of Rupture 

Fatigue life is estimated using equation 3.6 of the guidelines. 

Fatigue life consumed = expected repetitions of a particular axle load/fatigue life corresponding 

to that axle 


Single 

Axle 

Load 

(kN) 

Expected 
Single Axle 
Repetitions 
(n,) 

Tensile Stress 
at the bottom 
of CTB cr^ 
(MPa) 

Stress Ratio 

Mrup) 

Fatigue Life 
(N,) 

Fatigue life 
Consumed 
(n/N,) 

190 

70000 

0.70 

0.50 

5.26E+05 

0.13 

180 

90000 

0.67 

0.48 

9.57E+05 

0.09 

170 

92000 

0.63 

0.45 

2.12E+06 

0.04 

160 

300000 

0.60 

0.43 

3.86E+06 

0.08 


280000 

0.56 

0.40 

8.58E+06 

0.03 

140 

650000 

0.53 

0.38 

1.56E+07 

0.04 

130 

600000 

0.49 

0.35 

3.46E+07 

0.02 

120 

1340000 

0.46 

0.33 

6.30E+07 

0.02 


1300000 

0.42 

0.30 

1.40E+08 

0.01 


1500000 

0.39 

0.28 

2.54E+08 

0.01 

90 

1350000 

0.35 

0.25 

5.64E+08 

0.00 

85 

3700000 

0.33 

0.22 

8.41 E+08 

0.00 

Cumulative Fatigue Damage in CTB due to Single Axles = 

0.48 
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The tensile stress at the bottom of bituminous layer is computed using IITPAVE using the 
following inputs: 5 layers, Elastic moduli of 3000, 450, 5000, 600 and 62 MPa; Poisson s ratio 
values of 0.35, 0.35, 0.25, 0.25 and 0.35; layer thicknesses of 100,100,120 and 250 mm; Wheel 
load of 47500 (N) for the first axle load group (single axle with four wheels) of 190 kN (wheel 
load = 190000/4); Tyre (contact) pressure = 0.80 MPa; Analysis points = 2; Coordinates for the 
first point (depth of 320 mm at the interface between CTB layer and CTSB at the bottom of CTB) 
and radial distance of ‘0’ mm (at the centre of one wheel load); Coordinates for the second point 
(depth of 320 mm and radial distance of ‘155’ mm (on the axis of symmetry of the dual wheel set 
(the two wheels are at a centre to centre spacing of 310 mm from each other) at the centre of 
one wheel load); and wheel load set of 2 (dual wheel). The largest tensile stress at the bottom of 
CTB layer obtained from the radial and tangential stresses calculated at two radial distances ‘0’ 
and ‘155’ mm is taken for estimating the cumulative fatigue damage. For example, for a single 
axle of 190 kN, for the radial distance of ‘0’ mm, tangential stress and radial stresses are 0.6436 
MPa and 0.4986 MPa respectively. The corresponding stresses for 155 mm radial distance are 
0.6995 MPa and 0.5561 MPa respectively. Hence, a value of 0.6995 MPa (0.70 MPa) has been 
considered as shown in the table above. 


(b) Cumulative fatigue damage analysis for Tandem Axles 


Tandem Axle 
Load(kN) 

Expected 
Single Axle 
Repetitions 
(n.) =Tandem 
axles X 2 

Tensile 
Stress at the 
bottom of 
CTB (MPa) 

Stress Ratio 

Fatigue Life 
(N,) 

Fatigue life 
Consumed 
(n/N,) 

400 

400000 

0.73 

0.53 

2.28E+05 

1.76 

380 

460000 

0.70 

0.50 

5.26E+05 

0.87 

360 

480000 

0.67 

0.48 

9.57E+05 

0.50 

340 

470000 

0.63 

0.45 

2.12E+06 

0.22 

320 

450000 

0.60 

0.43 

3.86E+06 

0.12 

300 

950000 

0.56 

0.40 

8.58E+06 

0.11 

280 

900000 

0.53 

0.38 

1.56E+07 

0.06 

260 

2870000 

0.49 

0.35 

3.46E+07 

0.08 

240 

2500000 

0.46 

0.33 

6.30E+07 

0.04 

220 

2370000 

0.42 

0.30 

1.40E+08 

0.02 

200 

2000000 

0.39 

0.28 

2.54E+08 

0.01 

180 

1600000 

0.35 

0.25 

5.64E+08 

0.00 

170 

6400000 

0.31 

0.22 

1.25E+09 

0.01 

Cumulative Fatigue Damage in CTB due to Tandem Axles - 

3.79 


(c) Cumulative fatigue damage anaiysis for Tridem Axles 


Tridem Axle 
Load (kN) 

Expected 
Single axle 
Repetitions 
(n.) = Tridem 
axles X 3 

Tensile 
Stress at the 
bottom of 
CTB (MPa) 

Stress Ratio 

Fatigue Life 
(N,) 

Fatigue life 
Consumed 
(n/N,) 

600 

105000 

0.73 

0.52 

2.28E+05 

0.46 

570 

120000 

0.70 

0.50 

5.26E+05 

0.23 

540 

120000 

0.67 

0.48 

9.57E+05 

0.13 

510 

135000 

0.63 

0.45 

2.12E+06 

0.06 

480 

129000 

0.60 

0.43 

3.86E+06 

0.03 

450 

330000 

0.56 

0.40 

8.58E+06 

0.04 

420 

300000 

0.53 

0.38 

1.56E+07 

0.02 

390 

990000 

0.49 

0.35 

3.46E+07 

0.03 

360 

900000 

0.46 

0.33 

6.30E+07 

0.01 

330 

825000 

0.42 

0.30 

1.40E+08 

0.01 

300 

780000 

0.39 

0.28 

2.54E+08 

0.00 

270 

540000 

0.35 

0.25 

5.64E+08 

0.00 

255 

2160000 

0.31 

0.22 

1.25E+09 

0.00 

Cumulative Fatigue Damage in CTB due to Tridem Axles = 

1.02 


It can be seen that the total fatigue damage due to single, tandem and tridem axles is 0.48 + 3.79 
+ 1.02 = 5.29 > 1.0. Hence, the pavement is unsafe and cemented layer will crack prematurely. 
It can also be noticed that the Tandem axle weighing 400 kN causes maximum fatigue damage 
followed by Tandem axle of 380 kN. This highlights the importance of controlling overloading. It 
can be verified that the CFD will be less than 1.0 if the thickness of the CTB layer is increased 
from 120 to 160 mm. 
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Checking the CTB for construction traffic 

(i) Assume that the gross weight of a three-axle dumper (rear tandem and front 
single) is 320 kN 

(ii) Assume that the load on the rear tandem axle is 240 kN and that on the front 
steering axle is 80 kN. 

(iii) Assume the 7-day flexural strength of CTB material to be 1.0 MPa (about 70 % 
of the flexural strength of 1.4 MPa) 

(iv) Assume that there will be 70 dumper trips for laying 2.0 km of 100 mm thick one 
lane wide granular crack relief layer. 

(V) Allowable flexural stress for 70 X 2 = 140 repetitions of a single axle of 120 kN 
(240/2) from Equation 3.6 = 0.795 MPa. 

(Vi) It can be verified that a CTB layer thickness of 160 mm (for the other pavement 
data given in this example) will be required. Analysing this as a Three-layer 
system with CTB (160 mm), CTSB (250 mm) and subgrade, the maximum 
tensile stress at the bottom of CTB layer due to 120 kN single axle works out to 

0.767 MPa 

11.5 Design of Bituminous Pavement with Reciaimed Asphalt Pavement (RAP) 

material treated with Foamed Bitumen/Bitumen Emulsion and Cemented Sub-base 

Problem: Design a bituminous pavement with RAP material stabilised using foam bitumen as 
base material and a CTSB for the subgrade and traffic data given example 11.2. 

Solution: 

(i) Design traffic =131 msa 

(ii) Consider a trial pavement combination of 100 mm thick bituminous layer, 
foam bitumen stabilised RAP base of 180 mm thickness and CTSB of 250 mm 

thickness 

(iii) Elastic moduli: 3000 MPa for bituminous layer, 800 MPa for stabilised Rap layer, 
600 MPa for CTSB, 62 MPa for subgrade (from example 11.2) 

(iv) Poisson’s ratio for all the layers except CTSB = 0.35, For CTSB it is 0.25. 

(v) Allowable subgrade vertical compressive strain (for 90 % reliability, 131 msa 
traffic) = 0.000301 

(Vi) Allowable horizontal tensile strain (90 % reliability, 3000 MPa mix modulus, mix 
design parameters of 3 % air void content and 11.5 % effective bitumen volume) 

= 0.000150 

(vii) Computed vertical subgrade strain = 0.000148 < 0.000301. Hence, OK 
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(viii) Computed horizontal tensile strain in bituminous layer = 0.0001042 < 0.000150. 
Hence, OK 

11.6 Worked out Design Example: Long-life Pavement 

For design traffic of 300 msa or more, a long-life pavement, also termed as perpetual pavement, 
is recommended. If the tensile strain caused by the traffic in the bituminous layer is less than 70 
microstrains (80 ps at 35°C) as per tests conducted in laboratories at 20°C in US, the endurance 
limit of the material, the bituminous layer never cracks (Asphalt Institute, MS-4, 7*^ edition 2007). 
Similarly, if the vertical subgrade strain is less than 200 microstrain, rutting in subgrade will be 
negligible. For a pavement temperature of 35s, the endurance limit is about 80|j£ Design of such 
a pavement is illustrated here. 

Problem: Design a long-life pavement for the following data for a 7% effective subgrade 
CBR 

Solution 1: Consider a conventional pavement option with granular base and sub-base with 
200 mm GSB and 250 mm granular base (WMM). Consider a trial bituminous layer of 310 mm 
thickness 

Allowable subgrade strain = 200 ps. 

Allowable tensile strain in the bituminous layer = 80 ps (for 35°C). 

Modulus of the Bituminous layer = 3000 MPa (VG40 Bitumen). 

Elastic Modulus of subgrade = 62 MPa (corresponding to CBR of 7 %). 

Granular layer modulus = 0.2(450)°^^*62 = 194 MPa 

The computed strain in the bituminous layer is 80 ps = 80 ps and the vertical subgrade strain is 
obtained as 0.000153 < 200 pe. (The analysis is done by IITPAVE software). 

Solution 2: Consider a CTSB layer of 300 mm thickness, WMM layer of 150 mm and a bituminous 
layer thickness of 250 mm 

Elastic moduli of layers are: 3000 MPa for bituminous layer, 350 MPa for granular layer (crushed 
aggregate) over (CTSB), 600 MPa for CTSB and 62 MPa for subgrade 

The computed strain in the bituminous layer is 80 ps = 80 pc and the vertical subgrade strain is 
obtained as 0.000157 < 200 pc. 

Solution 3: Use of high Modulus binder 

Consider a thickness of 190 mm for the high modulus mix 

Modulus of Bituminous layer = 5500 MPa, WMM = 150 mm of modulus 350 MPa (crushed rock), 
CTSB of 300 mm thickness of modulus 600 MPa 

The computed strain in the bituminous layer is 78 pc < 80 pc and the vertical subgrade strain is 
obtained as 0.000172 < 200 pc. 
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Comparison with a Conventional design for 150 msa 

Consider the same CBR = 7 % 

WMM = 250 mm. GSB=250 mm 

Consider a Bituminous layer of 200 mm with VG40 and modulus 3000 MPa, Granular layer 
modulus = 203 MPa 

Computed tensile strain in Bituminous layer = 136 ps < 145 ps 
Vertical subgrade strain is 224 ps < 292 ps 


Table below shows the comparison of long-life pavement designs with conventional pavement 
design 


Solution 1 Long life 
pavement 

Solution 2 Long life 
pavement 

Solution 3 Long life 
pavement 

Conventional For a 
design life of 150 msa 

Bituminous layer = 

310 mm with VG40 

Bituminous layer = 

250 mm with VG40 

Bituminous layer = 

190 mm with hard 
bitumen 

Bituminous layer = 

200 mm with VG40 

WMM = 250 mm 

WMM = 150 mm 

WMM = 150 mm 

WMM = 250 mm 

GSB = 200 mm 

CTSB = 300 mm 

CTSB = 300 mm 

GSB = 250 mm 


A long life pavement with WMM and GSB needs 310 mm of bituminous layer with VG40 
binder while that with Cement Treated sub-base needs 250 mm of bituminous layer. 190 mm 
thickness is needed for the high modulus mix while 200 mm of bituminous layer is needed 
for 150 msa which may be attained in 15 to 20 years of life or even earlier. It can be seen 
that solution 3 can be most economical. Practitioners of pavement design should examine 
various options for pavement design discussed above for the efficient use of materials for 
a long life pavement. Low strength cementitious GSB permits use of marginal aggregates 
such as natural river gravels. 

11.7 Stage Construction 

In this type of construction, thickness of the WMM and GSB is provided for the full design 
period and the thickness of the bituminous layer is then determined for a shorter design period. 
Consider a design period of ten years for the example -1 

Design traffic = 46.9 msa for ten years (131 msa for 20 years). The pavement shall not be allowed 
to be damaged to an extent of 60% only so that overlay will be effective in extending the life till 
the design period. Cumulative Fatigue Damage = 0.60, hence the pavement shall be designed 
for 46.9/0.60=78 msa If only 46.9 msa is selected for the pavement design, the pavement may 
suffer structural damage in the form of full depth cracking and periodical maintenance such as 
patching, crack sealing and micro-surfacing will not prevent bottom up crack because of short 
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design period. Rehabilitation may be needed after ten years followed by application of wearing 
course. This is avoided if the design is done for the traffic mentioned above and FWD tests done 
after ten years is to be used for determination of overlay thickness. 

11.8 Design options for Diversions 

Pavement for temporary diversion 

During the construction of culverts, widening of roads and construction of other structures, 
temporary diversion of highways is needed to allow smooth and safe movement of traffic. Poor 
quality of pavement of diversion leads to serious accidents. IRC:SP:84 recommends a design 
traffic of 10 msa for diversion road for four-lane highways. For other categories of single lane 
or two lane roads, design traffic may be computed from the traffic count for the likely duration 
of the diversion and minimum design traffic of 2 msa may be adopted for pavement design. 
Cement treated soil or aggregates with thin bituminous surfacing such as BC/SDBC using the 
subgrade strain criterion can be used for pavement design. Surface cracks should be sealed 
with hot bitumen as and when they arise. Heavily loaded commercial vehicles, construction 
vehicles carrying aggregates and dumpers carrying hot bituminous mixes and dry lean concrete 
mix, cause maximum distresses to any diversion. Another pavement composition can be cement 
treated aggregates (minimum 7-day DCS of 1.5 to 3 MPa), a 30 mm sand layer, precast concrete 
blocks 100 mm thick (IRC:SP:63). Joints between precast concrete blocks should be densely 
filled with sand and SS-2 bitumen emulsion with 50:50 dilution with water should be poured in 
the joints to prevent erosion by water. It will also prevent sucking away of jointing sand due to 
pneumatic wheels. Concrete blocks with bedding sand of 30 mm may be considered to have 
a modulus of 1000 MPa and the cement treated sub-base may be assigned a modulus of 600 
MPa for pavement design. Concrete blocks can be reused for other works after the diversion is 
no more in use. 
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ANNEX-III 

EXAMPLE CALCULATIONS FOR SELECTED PAVEMENT COMPOSITIONS 

This section presents examples of the calculations and design outputs of IITPAVE in a tabular 
form. The examples are presented for 10% effective subgrade CBR case for the all the six 
pavement composition types and for six levels of design traffic for which thickness catalogues 
are given in section 12 of the guidelines. 

The following design inputs are considered for the pavement analysis. It may be noted that 
these calculations are presented only to illustrate the design procedure. The designers are 
encouraged to select appropriate inputs depending on the type of highway, design traffic and 
other considerations. 

1. Reliability: 80% for 5, 10, 20 msa and 90% for 30, 40, 50 msa 

2. Bitumen type: VG30 for 5, 10, 20 msa and VG40 for 30, 40, 50 msa 

3. Resilient modulus of bituminous layer: 2000 MPa for VG30 mix and 3000 MPa 
for VG40 mix 

4. Elastic modulus of CTB: 5000 MPa 

5. Elastic modulus of CTSB: 600 MPa 

6. Elastic modulus of RAP/aggregate stabilised with emulsion or foam bitumen: 
800 MPa 

7. Elastic modulus of granular layer (WMM) over CTSB: 350 MPa (crushed rock) 

8. Effective Elastic modulus of subgrade (using Equation 6.2): 77 MPa 

9. Poisson’s ratio: 0.25 for CTB and CTSB and 0.35 for all other layers 

10. The mix volumetric parameters assumed for estimation of the fatigue life are 
given in the tables 

11. The values of RF factor used in Equation 3.5 are taken as 2 for design traffic 
less than 10 msa and as 1 for design traffic of 10 msa or more. 

Some of the thicknesses (especially those of bituminous layers) given in the thickness templates 
in Section 12 of the guidelines and in the following tables have been selected based on the 
minimum thickness requirement of bituminous layer for pavements with CTB base. If only one 
bituminous layer is provided, the minimum thickness of the bituminous layer has been provided 
as 40 mm. 

The *** appearing under the bituminous layer fatigue life column indicates that the computed 
horizontal strain at the bottom of the bituminous layer is ‘compressive’ and thus fatigue 
performance need not be checked. 
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Table III.1 Calculations for Pavement with Bituminous Surface Course with Granular Base and 

Sub-base (Effective Subgrade CBR = 10%) 


Design 

Traffic 

(msa) 

Total Bituminous Layer 
Thickness (mm) 

Total Granular Layer 
Thickness (mm) 

Granular 

layer 

Modulus 

(MPa) 

Mix Parameters 

Computed Strains 

Fatigue Criteria Max 
Allowable Traffic in msa 

Rutting Criteria Max 
Allowable Traffic in msa 

(%) A 

(%) 

C 

Tensile 

Strain 

(BT) 

Subgrade 

Compressive 

Strain 

5 

80 

400 

228 

4.5 

10.5 

1.12 

3.28E-04 

4.80E-04 

10 

46 

10 

80 

450 

240 

4.5 

10.5 

1.12 

3.15E-04 

4.07E-04 

11 

97 

20 

110 

450 

240 

4.5 

10.5 

1.12 

2.65E-04 

3.54E-04 

22 

185 

30 

125 

450 

240 

3.5 

11.5 

2.35 

2.01 E-04 

3.09E-04 

31 

116 

40 

135 

450 

240 

3.5 

11.5 

2.35 

1.87E-04 

2.93E-04 

41 

147 

50 

145 

450 

240 

3.5 

11.5 

2.35 

1.75E-04 

2.78E-04 

53 

187 


Table III.2 Calculations for Pavement with Bituminous Surface Course with CTSB, CTB and 
Granular Crack Relief Layer (Effective Subgrade CBR = 10%) 


Design 

Traffic 

msa 

Layers Thickness in 
(mm) 

Mix 

Parameters 

Computed Strains 

Fatigue Criteria Max 
Allowable Traffic in msa 

Rutting Criteria Max 
Allowable Traffic in msa 

Fatigue Criteria Max Allowable 
Traffic in msa (CTB) 

Total Bituminous 
Layer 

_i 

< 

CQ 

H 

o 

CTSB 

V (%) 

0 ) 

> 

C 

Tensile Strain 
(BT) 

Tensile Strain 
(CTB) 

Compressive Strain 

5 

40 

100 

100 

200 

3.5 

11.5 

2.35 

1.18E-04 

8.19E-05 

3.33E-04 

1096 

242 

18 

10 

40 

100 

100 

200 

3.5 

11.5 

2.35 

1.18E-04 

8.19E-05 

3.33E-04 

1096 

242 

18 


50 

100 

110 

200 

3.5 

11.5 

2.35 

1.47E-04 

7.59E-05 

3.03E-04 

471 

372 

23 


100 

100 

100 

200 

3.5 

11.5 

2.35 

1.32E-04 

5.92E-05 

2.52E-04 

160 

293 

438 


100 

100 

100 

200 

3.5 

11.5 

2.35 

1.32E-04 

5.92E-05 

2.52E-04 

160 

293 

438 

50 

100 

100 

100 

200 

3.5 

11.5 

2.35 

1.32E-04 

5.92E-05 

2.52E-04 

160 

293 

438 
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Table III.3 Calculations for Bituminous Surface Course with CTSB, CTB and SAMI 

(Effective Subgrade CBR = 10%) 



Comp: the horizontal strain is compressive 

Table III.4 Calculations for Pavement with Bituminous Surface Course with CTSB and Emulsion/ 
Foam Bitumen Stabilised RAPA/irgin Aggregate (Effective Subgrade CBR 10%) 
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Table III.5 Calculations for Pavement with Bituminous Surface Course with GSB, CTB and 
Granular Crack Relief Layer (Effective Subgrade CBR = 10%) 


Layer Thickness in 
(mm) 


<D 

Design S' 
Traffic 

3 

O 

(msa) 


Mix 

Parameters 


o w 

(0 S ^ 
CQ CQ - ^ ^ 

H CO ro ^ ^ 

O o 3 

(0 


Computed Strains 


(O p 
0) m 


_a) _a) _a) 

.Q .Q .Q 

(0 (C (0 

s ^ ^ ^ 

2 O 5 CQ 

< <D < ro < {T 

X S X g X 

(CS C (0 3 (On 

S c S _c S w 

.2 o ,2 o .2 ^ 

o iE o £ 0-- 

.'C (0 .t; (0 .ti o 

O t- o O !t= 


O Q 


o o 

O) <D > 

C 3 I- 

'.3 O) 


5 80 100 135 200 167 3.5 11.5 2.35 1.57E-04 9.08E-05 2.57E-04 362 

10 80 100 145 200 167 3.5 11.5 2.35 1.57E-04 8.604E-05 2.43E-04 360 

20 85 100 155 200 167 3.5 11.5 2.35 1.55E-04 7.54E-05 2.25E-04 375 

30 100 100 150 200 167 3.5 11.5 2.35 1.29E-04 7.28E-05 2.07E-04 176 

40 100 100 155 200 167 3.5 11.5 2.35 1.29E-04 7.11E-05 2.01E-04 178 

50 100 100 160 200 167 3.5 11.5 2.35 1.28E-04 6.95E-05 1.96E-04 179 

Table III.6 Calculations for Pavement with Bituminous Surface Course with 
CTSB and WMM Layer (Effective Subgrade CBR = 10%) 


783 5 

1022 10 
1464 25 
715 37 

806 49 

910 65 


Layer Thickness in 
(mm) 


Mix Parameters Computed Strains 


Design 

Traffic w 

3 

— O >_ 

/ X (0 C (D 

(msa) s 1 >. 

3 -J 



(U 

<1> 

> 


■D 

‘tD 


(0 

(/) 

c 

L. 

Ui 

O 

u. 

'(0 

L. 

.D 

Q. 


3 

E 

(/> 

CO 

o 



o 



40 150 200 4.5 10.5 1.12 1.83E-04 4.99E-04 94 


40 150 200 4.5 10.5 1.12 1.83E-04 4.99E-04 94 39 
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Layer Thickness in 
(mm) 


Design 

Traffic 


Ui 

3 

_ O i- 

(0 c a> 


(msa) ||> 

r- _j 




80 150 200 


90 150 2 


95 150 200 3.5 11.5 2.35 1.89E-04 3.72E-04 

110 150 200 3.5 11.5 2.35 1.73E-04 3.45E-04 
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